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3 CHAPTER 1 INTRODUCTION

Unconventional Warfare Devices and



9001. INCENDIARY SYSTEMS

a, This manual covers all aspecta of incendiary systems. It describes useful initiators, igniters, incendiary materials, delay mechanisms, and spontaneous combustion devices designed for direct use in sabotage and unconventional warfare.

». Incendiaries are primarily used in sabotage to set fire to wooden structures and other combustible targets. Certain incendiaries, such as thermite, can be used for melting, cutting, or welding metals.

c. The most basic incendiary system consists of putting a lighted match to an easily combustible material. However, 8 simple match is not always effective. There are many important combustible targets that require far more heat for reliable ignition than is available from a match. There are also instances where delayed ignition is essential for sabotage success. This manus! contains formulations and deviees to satisfy the requirements for high ignition heat and predetermined ignition delay times for use in sabotage and other harassment actions.

d. Every incendiary system consists of 8 group of elements starting with an initiator and ending with the main incendiary material. If the initiator does not produce enough heat for reliable ignition of the combustible target, an intermediate or booster incendiary is required. More than eh booster is necessary for some targets. The initiator (ch 2) can consist of a simple match, amatch and a fuse cord, an acid, or water. The intermediate heat sources are generally called igniters (ch 3). Igniters produce sufÏcient heat to set the principal incendiary charge (ch 4) aflame. Delay mechanisms (ch 5) are frequently used to preven t detection of the saboteur by postponement of the fire for some limited, predetermined time after placement and actuation of the device.


	e. Spontaneous combuston is a good sabotage tool. Favorable conditions can be established for the deliberate employment of spontaneous combustion (ch 6), that is, setting combustible material aflame without application of direct flame or spark.

	J. All of the devices and techniques described herein have been thoroughly checked by independent test to



make certain that they work as intended. Detailed instructions are given for the necessary ingredients and their preparation. It is important that these inatruetions be followed carefully to be sure that the devices will operate properly. In addition, close attention to the instructions will assure safety.

Common terms used in connection with incendiary systems are defined below. Note that the definitions 'are worded 80 as to cover only incendiaries. Some of the terms have additional meanings in the related field of explosives.


	3, Delay Mechaniem. Chemical, electrical, or mechanical elements that provide atime delay. Elements may be used singly or in combination, They provide a predetermined, limited time interval before an ineendiary starts to burn.

	». Fuse. A flexible fabric tube containing powder that is used to start fires at some remote location. The powder in the fuse burns and provides a time delay.

	e. Igniter. An intermediate charge between an initiator and an incendiary material. It is set aflame by the initiator and produces sufÏcient heat at high temperature to ignite the main incendiary. Igniters are fast burning and relatively short lived.

	@. Incendiary Material. A material that burns with a hot flame for long periods. Its purpose is to set fire to wooden structures and other combustible targets.

	@, Incendiary System. A group of elements that are spills as soon as possible. aeeembled to start fires. The system consists of 4. Store incendiaries in closed containers away from

	J. Inttiator, The source that provides the first fire in an incendiary system. A mateh is an initiator. The initiator ia 20 sensitive that it can be set off with little energy.

	g. Spontaneous Combustion. The outbreak of fire in cambustible material that occurs without an application of direct spark or flame. The fire is the result of heat produced by the chemical action of certain oils,

	A. Thermite. An incendiary mixture of iron oxide flakes and aluminum powder that reacte chemically when initiated to form molten iron. Thermite can be used to burn holes in steel or to weld steel parts together.





0003. TOOLS AND TECHNIQUES

@. The equipment needed for the manufacture of incendiaries consists of simple items, They are all readily available. Required are bottles, jars, pots, and spoons. There should he no difÏculty in obtaining any of them. All of the necessary equipment is described in each paragraph dealing with a particular incendiary component,


	b. Tt is importent that the operator follow the directions given in this manual exactly aa written. They have been worked out carefully to give the desired resulta with the minimum charice of mishap. Don't experiment with different procedures or quantities.

	c. By its very nature, the manufacture of incendiaries is dangerous. It is the function of incendiaries to burn with an intense flame under the right conditions. Care must be taken that no fires result during the making or p lacing of the devices. There are also other dangers in addition to the fire hazard. The chemicals used as ingredients may burn the skin, give off poisonous fumes, or be easily flammable. They must not be eaten.

	d. When handled with care and proper precautions, incendiaries are fairly safe to make and use. Detailed precautiona and instructions are given in each paragraph where they apply. General safety precautions follow:




Preventing aFire Hazard


	1, Fire prevention is much more important than fire fighting. Prevent fires from starting.

	2. Keep flammable liquids away from open flames.




	8. Good housekeeping is the fire prevention. Keep work areas neat and orderly. Clean away all equipment and material not needed at tho moment. Clean up

	initiator, delay mechaniam (if needed), igniter, and heat. Do not store material any longer than necessary. y

	5. In the event of fire, remove the incendiaries from the danger area if thia can be done quickly and safely. 'Use large quantities of water to fight fires.

	6. Horee play is dangerous and absolutely intolerable.











Avoiding Chemical Hazards


	1. Wear 'rubber gloves, apron, and glasees when handling concentrated chemicals if at all possible.

	2. Avoid inhaling fumes. Perform reactions in # well ventilated area or out of doora because the boiling is often violent and large amounts of fumes are given off that are poisonous if breathed too much,

	3, Avoid acid contact with the skin. If chemicals are spilled on a person, wash immediately in running water for several minutes. If they splash in the eyes, wash the open eye in running water for at least 15 minutes.

	4, Clean up any acid that is spilled on floor or bench hy flushing with Iarge amounts of water. Acid spilled



on wood can cause a fire.

5. Always pour concentrated acids into water. (2) Safely fuse M700. Never pour water into concentrated acids because a violent reaction will oceug.






CHAPTER 2 INITIATORS


O10}. FUSE CORD


	a, Description.

	(1) This item consists of a continuous train of "8E® wrarpnn explosive or fastburning material enclosed in & flexible waterproof cord or cable. It is used for setting off an explosive or a combustible mixture of powders by action of the fuse flame on the materia! to be ignited. Fuse cord can be initiated by a match flame, using a specific procedure, or with a standard U.S. Army fuse lighter. Fuse cord burns at a uniform rate allowing the user to be away from the immediate scene when the incendiary actually funetions.




	(2) Fuse cord does not directly ignite any incendiaries listed in chapter 4 but is a primary initiator for all igniters listed in chapter 3 except: Potassium Permanganate—Glycer in (0206), Powdered Aluminum—Sulfur Pellets (0207), White Phosphorus (0209), and Subigniter For Thermite (0211).




	b. Material and Equipment. Two Standard U.S. Army fuse cords are ont




(1) Blasting time fuse.

[image: Figure, page 3]

This consists of black powder tightly wrapped with several layers of fabric and waterproofing materials. It might be any color, orange being the most common. The diameter of this fuse cord is 0.2 inch (a little larger than Y% inch). This fuse burns inside the wrapping ata rate of approximately 40 seconds per foot, It must be tested before use to verify the burning rate.

[image: Figure, page 3]

This fuse is similar to Blasting Time Fuse and may be used interchangeably with it. The fuse is a dark green cord 0.2 inch in diameter with a plastic cover, either smooth or with single painted abrasive bands around the outside at 1 foot or 18 inch intervals and double painted abrasive bands at 5 foot or 90 inch intervals depending on the time of manufacture. These bands are provided to make measuring easy, They are abrasive so that they can be felt in the dark. The fuse burns inside the wrapping at a rate of approximately 40 seconds per foot. It must be tested before use to verify the burning rate.

Note. A commercial item can be substituted for either of the above U.S. Army issue items. The commercial fuse is 0.1 inch (about % inch) in diameter and is coated only with waterproofing lacquer. This fuse can be easily ignited by holding the free end in a match flame because the outside covering if flammable,

¢. Preparation. None. 1"


	(1) General.

	(e) Cut and discard a 6-inch length from the free end of the fuse roll. Do this to be eure that there is no chance of misfire from a damp powder train because of absorption of moisture from the open air. Then cut off a meagured length of fuze to check the burning rate. Check the burning rate before actual use.




	(®) Cut the fuse long enough to allow a reasonable time delay in initiation of the incendiary system. The cut should be made squarely across the fuse.




	(©) Prepare the fuse for ignition by splitting the fuse at one end tos depth ofaboutne inch. Place the head of an unlighted match in the powder train.






(d) Insert the other end of the fuse into a quantity of an igniter mixture so that the fuse end terminates near the center of the mixture. Be sure the fuse cord is anchored in the igniter mixture and cannot pull away. In the case of a solid igniter material such as Fire Fudge (0202), the fuse is split to about one-half inch at the end opposite the end containing the match in the powder train. This split fuse end is wedged over asharp edge of the solid igniter material. Be sure the black powder in the fuse firmly contacta the solid igniter. If necessary, the fuse cord can be held firmly to the solid igniter with

, ta light tape such as transparent adhesive tape.

@ The fuse is initiated by lighting the match head inserted in the split end of the fuse with a burning match as shown below.

[image: Figure, page 4]

'Two standard fuse lighters, the M2 and M60, are available in demolition kits for Positive lighting of Blasting Time Fuse and Safety Fuse M700 under all weather conditions—even under water if it is properly waterproafed. The devices are manually operated. A pull on the striker retaining pin causes the striker to hit the 9202. IMPROVISED STRING ruse percussion primer, thus igniting the fuse. a. Description. These devices are not recommended where silence ia required because a report is heard



(2) M& fuse lighter.

The attachment and operation of the M2 Fuse Lighter are as follows:


	(a) Slide the pronged fuse retainer over the end of the fuse and firmly seat it.

	(b) Waterproof the joint between the fuse and



[image: Figure, page 4]

the lighter, if necessary, by applying » sealing compound (putty or mastic).


	(ce) In firing, bold the barrel in one hand and pull on the release pin with the other hand.

	@) M60 fuse lighter.



[image: Figure, page 4]

The attachment and operation of the M60 Fuse Lighter are as followa:


	@ 1 Unscrew the fuse' holder cap two or three 'turna.

	() Press the shipping plug into the lighter to release the split grommet, and rotate the plug as it is removed.

	Insert end of fuse in place of the plug until it resta against the primer.

	Tighten the fuse holder cap sufÏciently to hold the fuse tightly in place and thus waterproof the joint.

	To fire, remove the safety pin, hold the barrel in onehand, and pull on the pull ring with the other hand.



[image: Figure, page 4]

(1) This item consists of string, twine, or shoelaces that have been treated with either a mixture of potassium nitrate and granulated Sugar or potassium chlorate and granulated sugar.

(2) Improvised string fuse does not directly but is @ primary initiator for all igniters listed viTaiot) in chapter 3 except: Potassium Permanganate a. Description. —Glycerin (0206), Powdered Aluminum—15

Sulfur Pellets (0207), White Phosphorus (0209), and Subigniter For Thermite (0211).

(3) Depending upon the length of the fuse, the user can be away from the immediate scene when an incendiary system is initiated.

b. Material and Equipment.

String, twine or shoelaces made of cotton or linen. Potassium nitrate or potassium chlorate.

Granulated sugar.

Small cooking pot.

Spoon.

Heat source auch as stove or hot plate. Soap.


	(1) Wash string or shoelaces in hot soapy water; rinse in fresh water.

	(2) Dissolve one part potassium nitrate or potassium chlorate and one part granulated sugar in two parta hot water.

	(3) Soak string or shoelaces in the hot solution for at least five minutes.

	(4) Remove the string from hot solution and twiat or braid three strands of string together.

	(5) Hang the fuse up to dry.

	(8) Check actual burning rate of the fuse by measuring the time it takes for a known length to burn.




	(1) This fuse doea not have a waterproof coating and it must be tested by burning a measured length before actual use.

	(2) Cut the fuse long enough to allow a reasonable time delay in initiation of the incendiary aterm. ws 16

	(3) Insert one end of the fuse in a quantity of an igniter mixture so that the fuse end terminates near the center of the mixture. Be sure the fuse cord is anchored in the-igniter mixture and cannot pull away. In the case of a solid igniter material such as Tire Fudge (0202), the improvised string fuse is securely wrapped around a piece of solid igniter material.

	(4) The fuse is initiated by lighting the free end

	(5) This fuse does not burn when it is wet. Its acid,



use is not recommended where there is the Possibility of the fuse getting wet.

ignite any incendiaries listed in chapter 4 9103, CONCENTRATED SULFURIC ACID {OIL OF


	(1) This material is a heavy, corrosive, oily, and colorless liquid. Storage is recommended in a glass container with a glass lid or stopper. Commercially available sulfuric acid is approximately 93 percent concentration with a specific gravity of 1.835. This is commonly referred to as concentrated sulfuric acid.

	(2) Concentrated sulfuric acid chars wood, cotton, and vegetable fibers, usually without causing fire. The addition of water to concentrated sulfuric acid develops much heat which may be sufÏcient to cause a fire or an explosion. This depends upon the quantity of acid, quantity of water, and rate of addition of water,



Caution: Always add concentrated sulfuric acid to water. Never add water to a concentrated acid. 7


	(8) Certain igniter materials can be reliably brought to flaming by the addition of concentrated sulfuric acid. This is brought about by the chemical reaction between the sulfuric acid and the igniter materials. The following igniters are initiated by concentrated sulfuric acid: Sugar-Chlorate (0201), Fire Fudge (0202), Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodium Peroxide (0204), Match Head (0205), and Silver Nitrate—Magnesium Powder (0208).

	(4) The most important use for concentrated sulfuric acid as an initiator is in conjunction with delay mechanisms. The acid is held away from the igniter for aperiod of time by making use of the corrosive action of the acid to work its woy through a barrier. If the delay mechanism is placed in a cold environ ment, the concentrated acid will remain fluid at extremely low temperatures. The following delay mechanisms are recommended for use with concentrated sulfuric acid: Gelatin Capsule (0402), Rubber Diaphragm (0403), Paper Diaphragm (0404), Tipping Delay—Filled tube (0408), Tipping Delay— Balancing Stick (0410), and Stretched Rubber Band (0411).

	of the fuse with a match. b, Material and Equipment. Concentrated sulfuric



¢. Preparation. None—If only battery-grade sulfuric acid is available (specific gravity 1.200), it must be concentrated before use to a specific gravity of 1.835. This is done by heating it in an enameled, heat-resistant glasa or a pot until dense, white fumes appear. Heat only in a well ventilated area, When dense, white fumes start to appear, remove the heat and allow acid to cool. Store the concentrated acid in a glass container.



i, Application.


	(1) General, Commercial sulfuric acid is available in 13 gallon carboys. Smaller quantities of this acid are available in chemical labora: tory reagent storage containers. It is recommended that a small quantity of acid, about one pint; be secured and stored in a glass eontainer until it is used.

	(2) Use with delay mechanisms.

	(a) Construction of specific delay mechanisms is described in chapter 5. Within the delay mechanism, there is a container filled with acid. The acid corrodes this container, is absorbed by the container material or is spilled from the container until it comes in contact with the igniter mixture.




	(6) Carefully fill the container in the delay mechanism with concentrated sulfuric acid. This can be accomplished easily with a small glass funnel. A medicine dropper is used when the delay mechaniam container is small.






Caution: Concentrated sulfuric acid must be handled earefully because it is very corrosive. If it ts splashed on clothing, skin ot eyes, the affected area must be immediately flushed with water. This may not be always practical. It is recommended that eye protection be worn by the user whem pouring concentrated sulfuric acid. Many types are

19 available for this purpose. Rubber gloves can be worn to protect the hands. A small bottle of water can be carried to flush small areas of skin or clothing which may be contaminated with the acid.


	(3) Manual application.

	(a) Manual application of concentrated sulfuric acid for direct initiation of an igniter is not Tecommended when fuse cord is available. It is possible to employ this acid for direct initiation by quickly adding three or four drops to the igniter material. This can






be accomplished with a medicine dropper. Keep hands and clothing clear of the igniter; ignition may take place almost instantly with addition of acid.

Caution: Do not allow material such as sugar, wood, cotton or woolen fibers to fall into the boiling acid. A violent reaction could occur with splattering of acid.

(6) Since sulfuric acid has a unique freezing point related to acid concentration, the information shown below is useful when this acid is used with delay mechanisms in low temperature surroundings. Be sure of acid concentration by checking with a hydrometer. 20

[image: Figure, page 6]

SULFURIC ACID CONCENTRATION (%) Sulfurse neid concentration (J) Specific grevity Preasing peiat ( P.) 0 1.000 +32 10 1.074 +2 2 1.151 +8 30 1.229 nN 39 1.295. -7 40 1.306, m1 Ei 1.408 —31 ao 1.510 -2 70 1.611 -0 75 1.686 -7 W 1.706 +12 80 1,726 +7 81 1,747 +30 8 1.818 +n 9" 1,824, +413 92 1.830 -1 bs] 1.835 -32 a




(0104. WATER


	a. Description.

	(1) Water causes spontaneous initiation of certain igniter mixtures. This is caused by a chemical reaction of the igniter materials in the presence






of water. The following igniters are initiated by water: Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodium Peroxide (0204), and Silver Nitrate—Magnesium Powder (0208).

(2) The most important use for water as an initiator is in conjunction with delay mechanisms. Since only a few igniter mixtures are initiated by water and it cannot be used at Jreezing temperatures, ita use is limited. When A 1 " fectioners sugar.) with the following delay mechanisms: Gelatin han granulated sugar). Capsule (0402), Overflow (0407), Tip; Spoon ferably nonmetallic). Delay—Filled Tube (0408), Balancing Stick eran ae ith tight-fitting lid. (0410), and Stretched Rubber Band (0411). Rolling pin or round stiek.

Note. Sulfuric acid of any concentration can be . oy eubstituted for water in the initiation of water activated e ution. igniter. Water cannot be substituted for concentrated (1) Using a clean, dry spoon, place granulated


	b. Material and Equipment. Water. volume. Wipe the spoon with a clean cloth.

	

	
	specific delay mechaniams is presented in of chlorate to the container.




	|. a (2) Manual able, ia recommended as an initiator. Water is used for direct ' F 'as with a medicine dropper. Keep hands and clothing clear of the igniter; ignition may take 4 aed sealed container. Place almost instantaneously with addition of (1) Carefully pour or spoon the mixture, in a










CHAPTER 3 — IGNITERS 0201. SUGAR-CHLORATE

a. Description.


	mite (0307). It may be used directly as an in chapter 5. combustible vapor above liquid fuels. 3 (1) This item consists of a mixture of granulated sugar and potassium chlorate or sodium chlorate. It can be used to ignite all the

	(2) The igniter can be initiated-by.Fuse Cord Specific gravity of 1.835 by heating it in an



Concentrated Sulfuric Acid (0103).

(3) This simple sugar-chlorate mixture closely resembles granulated sugar and should not ordinarily arouse suspicion. It is an excellent igniter.

Caution: This mixture is poisonous and must not be eaten.

b, Material and Equipment.

Granulated sugar (do noi use powdered or con tactics so dictate, water can be reliably used Potassium chlorate or sodium chlorate (no coarser

sulfuric acid. sugar in the container to one-quarter container

. Preparation. None. (2) If the potassium or sodium chlorate is lumpy, d. Application. remove all lumps by crushing with arolling (1) Use with delay mechanisms. Construction of pin. Using the spoon, add an equal quantity chapter 5. Within the delay mechanism, Caution: If this mixture ia carelessly there is a container filled with water. The handled with excessive bumping and scraping, water diesolves the container or is spilled from It could be a fire harard to the user. Asa the container and comes in contact with precaution, remove any mixture adhering to igniter mixture, initiating the fire train. the lip or edge of the jar before tightening the lid.


	application, Fuse cord, when avail" (3) "righten the lid of the jar, turn the jar on ita in preference to water side and slowly roll until the two powders are ignition of a specific igniter by adding drops for PY m ee may be al for er ne

	




	ble 23 single pile, on the incendiary. Prepare the mixture for ignition with Fuse Cord (0101) or Improvised String Fuse (0102) in the normal manner. The fuse cord should terminate near the center of the igniter mixture. Concentrated Sulfuric Acid (0103) can be used as an initiator, but is generally less convenient. Ignition takes place almost immediately on contact with the acid. Acid is recommended incendiaries listed in chapter 4 except Ther- for use with specific delay mechanisms found

	incendiary on readily flammable material (2) If only battery-grade sulfuric acid is available, such as rags, dry paper, dry hay, or in the it must be concentrated before use to a



(0101), Improvised String Fuse (0102), or enameled, heat-resistant glass or porcelain pot until dense, white fumes start to appear. See paragraph 0103 for details.


	When used to ignite flammable liquids, wrap '8 quantity of the mixture in 8 nonabsorbent material and suspend it inside the container near the open top. The container must remain open for easy ignition and combustion of the flammable liquid. 3)

	'To minimize the hazard of premature ignition of flammable liquid vapors, allow at least two feet of fuse length to extend from the top edge of an open container of flammable liquid before lighting the fuse. (4)




0202. FIRE FUDGE


	
	(1) This item consists of a mixture of sugar and potassium chlorate in hot water solution which solidifies when cooled to room temperature. It can be used to ignite all the incendiaries listed in chapter 4 except Thermite (0307). It may be used directly as an incendiary on readily flammable material, such as rags, dry paper, dry hay, or in the combustible vapor aboye liquid fuels.




	'The igniter can be initiated by Fuse Cord (0101), Improvised String Fuse (0102), or Concentrated Sulfuric Acid (0103). (2)




	Fire fudge resembles a white sugar fudge having a smooth, hard surface. The advantage of this igniter material over Sugar-Chlorate (0201), is je moldsbility. The @)






procedure for preparation must be followed closely to obtain a smooth, uniform material with a hard surface,


Caution: This material is poisonous and must not be eaten.

b. Material and Equipment.

Granulated sugar (do not use powdered or confectioners sugar).

Potassium chlorate (no coarser than granulated sugar).

Metallic, glass or enameled pan.

Measuring container (size of this container determines quantity of finished product).

Spoon (preferably nonmetallic).

'Thermometer (to read in the range 200° F. to 250° F.)

Heat source.


	¢. Preparation,

	(@) Clean the pan by boiling some clean water in it, for about five minutes. Discard the water,



pour one measureful of clean water into the pan and warm it. Dry the measuring container snd add one measureful of sugar. Stir the liquid until the sugar dissolves.


	Boil the solution until afairly thick syrup is obtained. @)

	Remove the pan from the source of heat toa distance of at least six feet and shut off heat. Rapidly add two messurefuls of potassium chlorate. Stir gently for a minute to mix the syrup and powder, then pour or spoon the mixture into appropriate molds. If the mold is paper, it can usually be peeled off when the fire fadge cools and hardens. Pieces of carda @)



board or paper adhering to the igniter will not impair ite use. Pyrex glass or ceramic molds ean be used when aclear, smooth surface is desired. It is recommended that section thickness of molded fire fudge be at least one-half inch. If desired, molded fire fudge can be safely broken with the fingers.

Thia material is moderately hard immediately after cooling. It will become harder after 24 hours, When kept in atightly sealed container, it will retain ita effectiveness for months. a)

Caution: If this igniter material is careleasly handled with excessive bumping -or scraping, it could be a fire hazard to the user.



4. Application.


	(1) Place a piece of fire fudge on top of the incendiary. Minimum size should be about 'one inch equare and one-half inch thick. Prepare the fire fudge for ignition with Fuse Cord (0101) or Improvised String Fuse (0102) in the normal manner. Concentrated Sulfuric Acid (0103) can be used as an initiator but is generally less convenient. Acid ia recommended for use with specific delay mechaniams found in chapter 5.

	If only battery-grade sulfuric acid is available, it must be concentrated before use to a specific gravity of 1.835 by heating it in an enameled, heat resistant glass or porcelain pot until dense, white fumes start to appear. See paragraph 0103 for details. 2)



(3) When used to ignite flammable liquids, wrap quantity of the igniter mixture in a nonabsorbent material and suspend it inside the container near the open top. The container must remain open for easy ignition and combustion of the flammable liquid.

To minimize the hazard of premature ignition of flammable liquid vapors, allow at least two feet of fuse length to extend from the top edge of an open container of flammable liquid before lighting the fuse, (4)




0203. SUGAR—SODIUM PEROXIDE


	(1) This item consists of a mixture of sodium peroxide and granulated sugar. It can be used to ignite all the incendiaries listed in chapter 4 except Thermite (0307). It may be used directly as an incendiary on readily flammable material euch as rags, dry paper dry hay, or in the combustible vapor above liquid fuels.

	The igniter can be initiated by Fuse Cord (0101), Improvised String Fuse (0102), Concentrated Sulfuric Acid (0103), or Water (0104). 2)



Caution: This mixture is unstable and can. ignite at high humidity or whem wet slightly by drops of water, perspiration, etc.

b. Material and Equipment.

Granulated sugar (do not use powdered or con fectioners sugar).

Sodium peroxide (no coarser than granulated sugar).

Bpoon.

Container with tight fitting lid for mixing and storage.


e Preparation.


	(1) Using a clean, dry spoon, place granulated 'sugar in the container to one-quarter container volume,

	Wipe the spoon with aclean, dry cloth, and add an equal amount of sodium peroxide to the dry mixing container. Tighten the lid on the sodium peroxide container, and remove it at least six feet from the working area. (2)

	Tighten the lid on the mixing container. Turn the container on its side and slowly roll until the two powders are completely mixed. The mixture is now ready for use. @)

	A good practice is to keep the granulated sugar and sodium peroxide in separate airtight containers and mix just before use. @)



Caution: De net store this mixture longer than Ghree days because decomposition may eceur and camse spontaneous combustion. Be sure that the storage container is air-tight.


	Q) Carefully pour or spoon the mixture, in a single pile, on the incendiary. Prepare the mixture for ignition with Fuse Cord (0101) or Improvised String Fuse (0102) in the normal manner. The fuse cord should terminate near the center of the igniter mixture. Concentrated Sulfuric Acid (0103) and Water (0104) can be used as initiators, but are generally less convenient. Ignition takes Place almost immediately on contact with the

	30. acid or water. These liquid initiators are canvenient for use with specific delay mechanisms found in chapter 5.




	'When used to ignite flammable liquids, wrap a quantity of the mixture in a non-absorbent material and suspend it inside the container near the open top. The container must remain open for easy iguition and combustion of the flammable liquid. 2)

	To minimize the hazard of premature ignition of fismmable liquid vapors, allow at least two feet of fuse length to extend from the top of an open container of flammable liquid before lighting the fuse. 3)






0204. ALUMINUM POWDER—SODIUM PEROXIDE


	(1) This item consists of a mixture of sodium peroxide and powdered aluminum. It can be used to ignite all the incendiaries listed in chapter 4except Thermite (0307). It may be used directly as an incendiary on readily flammable material, such as rags, dry paper, dry hay or in the combustible vapor above liquid fuels.

	The igniter can be initiated by }use Cord (0101), Improvised String Fuse (0102), Concentrated Sulfuric Acid (0103), or water (0104), Q)



Caution: This mixture is unstable and can ignite at high humidity or when wet slightly by dropa of water, Persp ration, etc.

i b. Afaterial and Equipment.

Powdered aluminum (no coarser than granulated sugar).

Sodium peroxide (no coarser than granulated sugar).


Spoon.

Container with tight fitting lid for mixing and storage.


	(1) Using a clean, dry spoon, place powdered aluminum in the container to one-quarter container volume.

	(2) Wipe the spoon with a clean, dry cloth, and add an equal amount of sodium peroxide to the dry mixing container. Tighten the lid an the sodium peroxide container, and remove it at least six feet from the working area.

	(3) Tighten the lid of the mixing container. Turn the container on its side and slowly roll until the two powders are completely mixed. The mixture is now ready to use.

	(4) A good practice is to keep the powdered aluminum and sodium peroxide in separate containers and mix just before use.



Caution: Do not store this mixture longer than three days because decomposition may occur and cause spontaneous combustion. Be sure that the storage container is air-tight.


	(1) Carefully pour or spoon the mixture, in & single pile, on the incendiary. Prepare the mixture for ignition with Fuse Cord (0101) or Improvised String Fuse (0102) in the normal manner. The fuse cord should terminate

	near the center of Zhe igniter mixture. Concentrated Sulfuric Acid (0103) and Water (0104) can be used as initiators, but are generally less convenient. Ignition takes place almost immediately on contact with the acid or water. These liquid initiators are convenient for use with specific delay mechanisms found in (chapter 5.)




	(2) When used to ignite flammable liqujds, wrap @ quantity of the mixture in a nonabsorbent material and suspend it inside the container near the opentop. The container must remain open for easy ignition and combustion of the flammable liquid.

	(3) To minimize the hazard of premature ignition of flammable liquid vapors, allow at least two feet of fuse length to extend from the top edge of an open container of flammable liquid before lighting the fuse.






0205. MATCH HEAD

a, Deseription.


	(dl) This item consists of @ quantity of match heads, prepared by breaking the heads off their match sticks and grouping the match heads together to form the desired quantity of igniter. Any kind of friction match will do. It can be used to ignite the following incendiaries listed in chapter 4: Napalm (0301), Gelled Gasoline (exotic thickeners) (0302), Gelled Gasoline (improvised thickeners) (0303), ParafÏn-Sawdust (0304), and Flammable Liquids (0308). It may be used directly

	8 an incendiary oo readily flammatle material such as rags, dry paper, dry hay or in the combustible vapor above liquid fuels.




	@) The igniter can be initiated by a match flame, Fuse Cord (0101), Improvised String Fuse (0102), or Concentrated Sulfuric Acid (0103).

	b, Material andEquipment.



Razor blade or knife.

Container with tight-fitting lid.

Matches, friction.

c. Preparation.


	ay Using a knife or razor blade, cut off the match heads.

	(2) Prepare the desired quantity of igniter and store it in an airtight container until ready for use.




	a) Pour or spoon the match heads, in a single pile, on the incendiary. Prepare the match heads for ignition with Fuse Cord (0101) or Improvised String Fuse (0102): in the normal manner. The fuse cord should terminate near the center of the match head pile. Concentrated Sulfuric Acid (0103) or match flame can also be used as an initiator. Ignition takes place almost immediately on contact with the acid or the match flame. Acid is recommended for use with specific delay mechanisms found in chapter 5.

	(2) If only battery-grade sulfuric acid is available, it must be concentrated before we to a apecific gravity of 1.835 by heating it in an enameled, heat-resistant glass or porcelain



"4 pot until dense, white fumes start to appear. See paragraph 0103 for details.

@) 'When used to ignite flammable liquids, wrap ® quantity of the match heads in a nonabsorbent material and suspend it inside the container near the open top. The container must remain open for easy ignition and combustion of the flammable liquid.

To minimize the hazard of premature ignition of flammable liquid vapors, allow at least two feet of fuse length to extend from the top edge of an open container of flammable liquid before lighting the fuse. a)



0206. POTASSIUM PERMANGANATE—GLYCERIN


	(1) This item consists of asmall pile of potassium permanganate crystals which are ignited by the chemical action of glycerin on the crystals, Tt can be used to ignite all the incendiaries listed in chapter 4 except Thermite (0307). It may be used directly as an incendiary on readily flammable material, such as rags, dry paper; dry hay, or in the combustible vapor above liquid fuels.

	Ignition is accomplished by causing a few drops of glycerin to contact the potassium permanganate crystals. A hotter flame is produced when powdered magnesium or powdered aluminum is mixed with the the potassiumn permanganate crystals. @)

	Tgnition time, after addition of the glycerin, increases as temperature decreases. This igniter is not reliable below 50° F. a)



Potassium permanganate crystals (no coarser than granulated sugar).

Glycerin.

One small container with tight-fitting lid for the glycerin.

One larger container with tight-fitting lid for the potassium permanganate crystals.

Powdered magnesium or powdered aluminum (no coarser than granulated sugar).


	(1) Put some glycerin in the small container and cap tightly.

	(2) Fill the larger container with potassium permanganate crystals and cap tightly.

	@) If powdered magnesium or powdered aluininum is available, mix 85 parts potassium permanganate crystals and 15 parts powdered magnesium or powdered aluminum and store this mixture in the large bottle.

	Keep these containers tightly sealed and the material in the containers will remain effective for a long period of time. (4)

	d. Application. Pour outa quantity of the potassium



permanganate crystals (with or without powdered aluminum or powdered magnesium), in 3 single pile on the imendiary. Manual ignition is accomplished by causing a few drops of glycerin from a medicine dropper to come in contact with the potassium permanganate crystals. Keep hands and clothing clear of the igniter; ignition may take place almost instantly with addition of the glycerin. This igniter is convenient for use with specific delay mechanisms found in chapter 5. 6



0207. POWDERED ALUMINUM—SULFUR PELLETS

a, Description.

[image: Figure, page 11]


	(1) This igniter consists of finely powdered aluminum, sulfur and starch which have been thoroughly mixed and shaped into hardened cylindrical pellets. It can be used to ignite all the incendiaries listed in chapter 4. It isan excellent igniter for Thermite (0307). It may be used directly as an incendiary on readily flammable material such as rags, dry paper, dry hay, or in the combustible vapor above liquid fuels.

	The igniter can be initiated by Fuse Cord (0101) or Improvised String Fuse (0102). A hole is made in one pellet to receive afuse and a small quantity of another more easily started igniter mixture. A number of unmodified pellets are attached to the first pellet to increase the quantity of heat after combustion occurs. Q)




5, Material and Equipment.

Finely powdered aluminum (no coarser than cake flour). a7

Finely powdered sulfur (no coarser than cake flour).

Finely powdered starch (no coarser than cake flour).

Cylindrical tube about 4 inches long and % inch inside diameter made of metal, wood, glass or plastic.

Rod which fits into the above tube.

Red about 34 inch in diameter (should be about


	(1) Place six tablespoons of aluminum powder ina mixing bowl then add 15 tablespoons of powdered sulfur.

	Mix the two powders gently with the spoon for a few minutes until no unmixed particles of sulfur are visible. (2)

	In a separate pot add two teaspoons of laundry starch to about 6 ounces of water and boil gently for a few minutes. Stir until the starch is dissolved and allow the solution to cool to room temperature. (3)

	When cool, take about one-half of the starch solution and add it to the mixture of aluminum and sulfur powder. 4)



(5) Mix with a spoon until the whole mass is a smooth, evenly mixed, putty-like paste.


	(6) Fill the cylindrical tube with this paste, place one end of this tube on a hard surface and tamp the paste with the 3 inch diameter rod to squeeze out the air bubbles and consolidate the paste.

	Push the paste out of the tube with the larger rod, which just fits the tube, so that it forms a cylinder, then cut the damp cylinder into 114 inch lengths using the knife. 7)

	Dry these pieces at 90° F. for at least 24 hours before using. The drying time can be reduced by using a drying oven at a maximum temperature of 150° F. @)

	Form a hole at least }4 inch in diameter approximately half-way into one end of an igniter pellet. 9)

	Put one of the following igniters into the cavity to roughly one-half its depth: (0)



Suger-Chlorate (0201)

Sugar—Sodium Peroxide (0203)

Aluminum Powder—Sodium Peroxide (0204)

Silver Nitrate—Magnesium Powder (0208)

(11) Insert a length of fuse into the hole so that it makes contact with the igniter mix. Fill the remainder of the hole with igniter mix and tamp down to hold the fuse firmly.


	one-half the inside diameter of the 4-inch long (12) Tape the fuse cord in place toprevent it from tube). working loose and falling out.

	Mixing bowl. (13) Tape two or more pellets without holes to the Tablespoon. one with the fuse.

	Teaspoon. {14} Store all the pellets in a dry, closed container Stove or hot plate. until required for use.




	ae container. 4. Application. " B . (1) For ignition of thermite, a cluster of at least c. Preparation. three pellets should be used. Bury the cluster of igniter pellets just below the surface of the thermite, with the fuse extending for ignition by a match flame. Large quantities of thermite may require a cluster of more than three pellets for satisfactory ignition.

	For use as an igniter of a solid incendiary, place a cluster of pellets on top of the incendiary. (2)




	When used to ignite fammable liquids, wrap a cluster of igniter pellets in a nonabsorbent material and suspend it inside the container near the open top. The container must remain open for easy ignition and combustion of the flammable liquid. (3)




	To minimize the hazard of premature ignition of flammable liquid vapors, allow at least two feet of fuse length to extend from the top edge of an open container of flammable liquid before lighting the fuse. (4)









6208. SILVER NITRATE—MAGNESIUM POWDER


	(1) This item consists of a mixture of silver nitrate crystala and magnesium powder. It can be used to ignite all the incendiaries listed in chapter 4 except Thermite (0307). It may be used directly as an incendiary on readily flammable material such as rags, dry paper, dry hay, or in the combustible vapor above liquid fuels. yy

	The igniter can be initiated by Fuse Cord (0101), Improvised String Fuse (0102), Coneentrated Sulfuric Acid (0103), or Water (0104). (2)



Caution: This mixture is unstable and may ignite at high humidity or when wet slightly hy drops of water, perspiration, etc.

b. Material and Equipment.

Silver nitrate crystals (no coarser than granulated sugar).

Magnesium powder or filings (no coarser than granulated sugar).

Spoon.

Container with tight-fitting lid.


	¢. Preparation.

	(1) Using a clean, dry spoon, place magnesium powder or filings into the dry mixing container to one-quarter container volume. If magnesium filings are used, they should be free of grease.




	Wipe the spoon with a clean, dry cloth, then add en equal quantity of silver nitrate crystals to the dry mixing container. Tighten the lid on the silver nitrate container, and remove it at least six feet from the working area. (2)




	Tightly close the lid on the mixing container. Turn the container on its side and slowly roll until the two powders are completely mixed. The mixture is now ready for use. (3)




	A good practice is to keep the silver nitrate erystals and the magnesium powder or filings in separate air-tight containers and mix just before use. a 4)






Caution: This mixture should be kept out of direct sunlight to avoid decomposition of the silver nitrate which could render this igniter mixture ineffective.


	d, Application.

	(1) Carefully pour or spoon the mixture, in a single pile, on the incendiary. Prepare the mixture for ignition with either Fuse Cord (0101) or Improvised String Fuse (0102) in the normal manner. The fuse cord should terminate near the center of the igniter niixture. Concentrated Sulfuric Acid (0103) and Water (0104) can be used as initiators but are generally less convenient. Ignition takes place almost immediately on contact with the acid or water. These liquid initiators are convenient for use with specific delay mechanisms found in chapter 5.




	When used to ignite flammable liquids, wrap @ quantity of the mixture in a nonabsorbent material and suspend it inside the container near the open top. The container must remain open for easy ignition and combustion of the flammable liquid. Q)




	To minimize the hazard of premature ignition of flammable liquid vapors, allow at least twa feet of fuse length to extend from the top edge of an open container of flammable liquid before lighting the fuse. (3)








0209. WHITE PHOSPHORUS


	a. Description.

	(1) This item consists of white phosphorus dissolved in carbon QD It can be used to

	ignite the following incendiaries listed in chapter 4: Napalm (0301), Gelled Gasoline (exotic thickeners) (0302), Gelled Gasoline (improvised thickeners) (0303), and ParafÏn-Sawdust (0304). It may be used directly as an incendiary on readily flammable material such as tags, dry paper, dry hay, or in the combustible vapor above liquid fuels.







	Ignition is achieved when the volatile solvent, carbon disulfide, evaporates and the white Phosphorus comes in contact with air. (2)



Caution: Never touch white phosphoras directly or allow any of its solutions to touch the skin. Painful burns which heal very slowly may result. White phosphorus sticks must always be stored completely under water. If any of the phosphorus solution ia accidently spilled on the skin, immediately flush the affected area with water; then decontaminate the affected area by dabbing with copper sulfate solution.

. Material and Equipment.

White phosphorus sticks (sometimes called yellow phosphorus).

Carbon disulfide.

Copper sulfate solution.

Tweezers or tongs.

Two glass containers about 8-ounce capacity with lids or stoppers made of glass, earthenware, or metal. Do not use a rubber lid or stopper (carbon disulfide will attack rubber).


	. Preparation.

	(1) Prepare some copper sulfate solution by adding one spoonful yeh copper sulfate crystals






to one of the glass containers. Fill the container with water, place the stopper in the open mouth of the bottle and shake until the crystals dissolve.

Pour carbon disulfide into the other glass container to one-quarter container volume. (2)

Caution: Carbon disulfide fumes are Poisonous. Always cap an open container of carbon disulfide as soon as possible. Work in a well ventilated area.

(3) With a pair of tweezers remove some sticks of white phosphorus from their storage container.

Totally submerge them immediately in the carbon disulfide to bring the level up to onehalf full. Be sure that all the phosphorus left in the original container is completely submerged in water before putting the container away. Wash the tweezers immediately in the copper sulfate solution.


	(4) Securely stopper the bottle containing the white phosphorus and carbon disulfide and allow to stand until the white phosphorus dissolves. This usually takes about eight hours. The time required to dissolve white Phosphorus can be reduced by shaking the bottle, Be sure that the bottle top does not come off.

	(3) Do not store in direct sunlight because the solution will become ineffective. This solution should never be stored more than three days.



Nole. If carbon disulfide is not available, benzene (benzol) may be used to dissolve the phosphorus, It requires considerable shaking and overnight soaking to get an appreciable amount of phosphorus dissolved in benmene, Do not attemtt to use red phosphorus for preparing this igniter because it doea not behave like white phosphorus.


	qQy To ignite readily Rammable material, pour the white phosphorus solution directly onto the material; it will ignite when the solvent evaporates, exposing the white phosphorus to the air. Once the solution is poured, the empty bottle should be discarded immediately because any solution remaining on the bottle will ignite when the solvent evaporates. Do not cover the soaked flammable material because the carbon disulfide must evaporate for ignition to occur.

	2) The incendiaries mentioned under Description above can be i.itiated by first impregnating crumpled paper cr absorbent paper towels with the white phosphorus solution and placing the impregnated paper on the material to be ignited.

	@) Delay times of the phosphorus solution may be varied by the addition of gasoline or toluene (toluol), Add a small quantity of either solvent to the original white phosphorus solution and test the solution each time until the desired delay time is achieved. Delay times of 20 to 30 minutes may be obtained in this manner.

	4) Check the delay time under conditions expected at the target. Air currents hasten the



evaporation of the solvent and decrease delay time. A high ambient temperature will also decrease delay time whereas a low ambient 45 temperature will increase the delay time. This igniter is not reliable at or below freezing temperatures (32° F.)

(5) To make incendiary paper, soak strips of ordinary writing paper in the phosphoruscarbon disulfide for a few minutes. Remove the paper with a pair of tweezers or tongs and place in a vial filled with water. Be sure to wash off the tweezers immediately in copper sulfide solution. Cap the vial and store until ready to use. To use this incendiary paper, remove the strips of paper with a pair of tweezers, and place among the material to be



0210. MAGNESIUM POWDER—BARIUM PEROXIDE


	qa) This item consists of a mixture of finely powdered magnesium and finely powdered barium peroxide. It can be used to ignite all the incendiaries listed in chapter 4 and is Particularly suited for ignition of thermite. It may be used directly as an incendiary on readily flammable material such as rags, dry paper, dry hay, or in the combustible vapor above liquid fuels.

	2) The igniter can be initiated by Fuse Cord (0101) or Improvised String Fuse (0102).



Magnesium powder (no coarser than table salt). Barium peroxide (no coarser than table salt). Spoon,

Container with tight-fitting lid.


Cd


	(1) Using a clean, dry spoon, place powdered magnesiuni into the dry mixing container to one-quarter container volume.

	(2) Wipe the spoon with a clean, dry cloth, then add powdered barium peroxide to the dry mixing container to three-quarters container volume. Tighten the lid on the barium peroxide container, and remove it at least six feet from the working area.

	3) Tightly close the lid on the mixing container. Turn the container on its side and slowly roll until the two powders are completely mixed. The mixture is now ready for use.



(4) A good practice is to keep the powdered magnesiunt and powdered barium peroxide in separate containers and mix just before use.


	(1) Carefully pour or spoon the mixture, in asingle p ile, onto the incendiary. Prepare the mixture for ignition with Fuse Cord (0101) or Improvised String Fuse (0102) in the normal manner. The fuse cord should terminate near the center of the igniter mixture.

	(2) In ignition of thermite, spread the igniter mixture to a depth of at least '{ inch on the top surface of the thermite which is held in an assembly described under Application of Thermite incendiary (0307). The fuse cord will initiate the thermite igniter which will, in tum, ignite the thermite.

	@) When used to ignite flammable liquids, wrap @ quantity of the mixture in anonabsorbent material and suspend it inside the container near the open tof" The container must remain open for easy ignition and combustion of the flammable liquid.

	(4) To minimize the hazard of premature ignition of flammable liquid vapors, allow at least two feet of fuse length to extend from the top edge of an open container of flammable liquid before lighting the fuse.






0211. SUBIGNITER FOR THERMITE


	qq) This item consists of a mixture of a metal powder and an oxidizing agent. Two metal powder alterna'es and four oxidizing agent alternates are specified. In the combustion process, the mctal powder is oxidized, resulting in the liberation of a large quantity of heat.

	(2) This subigniter is a substitute for Magnesium Powder—Barium Peroxide Igniter (0210), and should be used only if that Igniter is not available. The disadvantage of this subigniter is that it cannot be directly initiated by fuse cord. To use this subigniter for initiating thermite, it is necessary to use another igniter mixture to initiate the subigniter, preferably Sugar-Chlorate (0201). The fuse cord will initiate the sugar-chlorate, which will, in turn, ignite the subigniter and, thereby, initiate the thermite.

	@ This subigniter can be directly initiated by



all the igniters listed in chapter 3 except White Phosphorus (0209).

Either aluminum or magnesium filings or powder (no coarser than granulated sugar).

Any one of the following oxidizing agents: sodium dichromate, potassium permanganate, potassium nitrate, or potassium dichromate (no coarser than granulated sugar).

Container with tight-fitting lid.


	(1) Using a clean, dry spoon, place one of the metal powders or filings in the container to one-third container volume. If metal filings are used, they should be free of grease.

	(2) Wipe the spoon with a clean, dry cloth and add an equal quantity of one of the above oxidizing agents.

	(3) Tighten the lid on the mixing container, turn the container on its side and slowly roll until the two powders are completely mixed. The mixture is now ready to use and may be stored for months in this tightly sealed container.



(1) To use this subigniter, spread the material to a depth of at least 14 inch on the top surface of the thermite which is held in an assembly described under Application of Thermite Incendiary (0307). Spread another igniter, preferably Sugar-Chlorate (0201) on top of this subigniter to about the same depth. Prepare the mixture for ignition with Fuse Cord (0101) or Improvised String Fuse (0102) in the normal manner. The fuse cord should terminate near the center of the igniter 4 mixture. The fuse cord initiates the sugarchlorate igniter which ignites the thermite subigniter which then ignites the thermite.

(2) For delay times longer than those conveniently obtained with fuse cord in ignition of thermite by this subigniter method, refer to chapter 5.

Caution: Never attempt to ignite thermite subigniter without at least a few seconds delay fuse. It burms extremely faat and hot, and the user could be seriously burned if he were too close when ignition occurred.


x CHAPTER 4 INCENDIARY MATERIALS




0301. NAPALM.


	(1) This item consists of aliquid fuel which is gelled by the addition of soap powder or soap chips. It is easily prepared from readily available materials.

	(2) This incendiary can be directly initiated by a match flame. However, if delay is required, the incendiary can be reliably initiated by a delay system consisting of any igniter listed in chapter 3 coupled with adelay mechanisms found in chapter 5.

	(3) Napalm incendiary is easily ignited and long burning, and is suitable for setting fire to large wooden structures and other large combustible targets. It adheres to objects, even on vertical surfaces.



Soap powder or chips (bar soap can be easily shaved or chipped). Detergents cannot be used.

Any of the following liquid hydrocarbon fuels: gasoline, fuel oil, diesel oil, kerosene, turpentine, benzol or benzene, toloul or toluene.

A double boiler made from any material with the upper pot having a capacity of at least two quarts. a

A spoon or stick for stirring.

A source of heat such as a stove or hot plate.

A knife or grater if only bar soap is available.

An air-tight container.


ce. Preparation.


	(1) Fill bottom of double. boiler with water and (2) heat until the water boils. Shut off source of heat.

	(2) Place upper pot on top of bottom pot and remove both containers to a point several feet from the heat source.

	(3) Pour soap chips or powder into the upper pot of the double boiler to one-quarter of pot volume.

	(4) Pour any one of the liquid hydrocarbon fuels listed under Material and Equipment above into the upper pot containing the soap chips or powder until the pot is one-half full.





Caution: Keep these fuels away from open flames.

(5) Stir the mixture with a stick or spoon until it thickens to a paste having the consistency of jam. Do this in a well ventilated room where the vapors will not concentrate and burn or explode from a flame or spark.


	(6) If the mixture has not thickened enough after about 15 minutes of stirring, remove the upper pot and put it several feet from the heat source. Again bring the water in the lower pot to a boil. Shut off heat source, place upper pot in lower pot at a location several feet from the heat source and repeat stirring until the napalm reaches the recommended consistency.

	% 'When the Pree RconEinteney) is obtained, store the finished napalm in a tightly sealed container until used. Napalm will keep for months when stored this way.




	@) To use napalm most effectively, it should be spread out over the surface of the material to be burned. This will start a large area burning atonce. A match can be used to directly initiate this incendiary. A short time delay in ignition can be obtained by combining Fuse Cord (0101) or Improvised String Fuse (0102) and one of the igniter mixtures found in chapter 3. (For example, several spoonfuls of Sugar-Chlorate mixture (0201) are placed in a nonabsorbent wrapping material. Fuse cord is buried in the center of the igniter mixture and the fuse is taped to the wrapping material. This assembly is placed directly on the napalm. Delay times are determined by the length of fuse. Suitable delay mechanisms are given in chapter 5 for delay times longer than those practical with fuse cord.)

	Napalm made with the more volatile fuels should not ordinarily be used with a delay longer than one hour because the liquid fuel evaporates and this can reduce its effectiveness. In very hot weather, or if the napalm is exposed to the direct rays of the sun, it is recommended that napalm be made with fuel oil. In extremely cold weather, it ia recommended that napalm be made with gasoline.

	(3) The destructive effect of napalm is increased when charcoal is added. The charcoal will readily ignite and & persistent fire from the charcoal will outlast the burning napalm. It is recommended that at least one quart of napalm be used to ignite heavy wooden structures and large wooden sections. A minimum of one-half quart is recommended for wooden structures of small cross section.






0302. GELLED GASOLINE (EXOTIC THICKENERS)


	with small quantities of organie chemiesls. sysrsM'e "_

	(2) This incendiary can be directly initiated by a 33 match flame. However, any igniter listed in cant specific delay mechanisms found in chapter 5 SYSTEM 6

	even on vertical surfaces. SYSTEM 7




b. Material and Equipment. batyimethy


	A.. Delta-amino- 51... Delta silane... Union Carbide iethoxy- Gasoline. silane.

	Balance or scale. B.. Hexamethyl- 31_. Hexamethyl- Borden Chemical Spoon or stick for stirring. ene diiso- ene diiso-Large air-tight container. cyanate. cyanate.





Small jar. '4 ¢. Preparation.

One of the following seven additive systems: (1) Determine the amount of gasoline to be Ciara gelled and place this amount in the large


	816Armeen, Chemical (2) Weigh out the appropriate quantity of com-Chemical. ponent A. This can be calculated by multicyanate, Naeconate 'National figure given in the Grams Added Per Gal. Gas. Formonyte Foremoat being gelled, then (5X55) or 275 grams of

	65. Aniline. few minutes to dissolve.







	(5) Stir the gasoline—component A mixture rapidly and add all of component B at once, not a little at a time. At the same time that component B enters the mixture, remove the stirring rod and allow a few minutes for the gelling to take place.

	(6) Store the gelled gasoline in atightly sealed container until ready to use. It will keep for months when stored in this manner.



Q) To use gelled gasoline most effectively, it should be spread out over the surface of the material to be burned. This will start alarge area burning at once. A match can be used to directly initiate this incendiary. A short time delay in ignition can be obtained by combining Fuse Cord (0101), or Improvised String Fuse (0102) and one of the igniter mixtures found in chapter 3. (For example, several spoonfuls of Sugar-Chlorate Mixture (0201) are placed in a nonabsorbent wrapping material. Fuse cord is buried in the center of the igniter mixture and the fuse is taped to the wrapping material. This assembly is Placed directly on the gelled gasoline. Delay times are determined by the length of fuse. Suitable delay mechanisms are given in chapter 5 for delay times longer than those practical with fuse cord.)


	(2) Gelled gesoline should not ordinarily be used with a delay longer than one hour beeause gasoline evaporates and this can reduce its effectiveness.

	@) The destructive effect of gelled gasoline is inereased when charcoal is added. The charcoal will readily ignite and the persistent fire from the charcoal will outlast the burning gasoline. It is recommended that at least one quart of gelled gasoline be used to ignite heavy wooden structures and large wooden sections. A minimum of one-half quart is recommended for wooden structures of small cross section.



Note. All of the chemicals used for the gelling Process must be added in a liquid state, Many of the chemicals solidify at near freezing temperatures (32° F.) and uniform gels sre difÏcult to produce at these temperatures.



0303. GELLED GASOLINE (IMPROVISED THICKENERS) 0303.1 LYE SYSTEMS

ay This item consists of gasoline which is gelled by the addition of certain ingredients that are locally available. The following eight basic systems will produce gelled gasoline and are easily prepared: Lye aystems, Lye-aleoho! systems, Lye-balsam systems, Soap-alechol systems, Egg system, Latex system, Wax systems, and Animal blood systems. These systems are discussed in the subparagraphs under 0303.

@) These incendiaries ean be directly initiated by amatch flame. However, any igniter listed in chapter 3 can be used in conjunction with specific delay mechanisms given in chapter 5 for delayed ignition.

@) Gelled gasoline incendiary is readily ignited, long burning and is suitable for setting fire to large wooden structures and other large combustible targets. It adheres to objects, even on vertical surfaces.









	
	Used

for
	Common

sours




	
	
	atations or

motor vehicles.



	Lye 2 (flake)

or 1

(pow-
	Drain cleaner,

making of soap,

ete.
	'Food and drug

lores, soap

factories.



	
	same amount
	



	
	or varniah,

Naval

supply

,

industrial uses.
	and drug

Food

, pine

_—_stores

tree

extract, paint and

varnish fuctories.



	
	der).
	a

Gasoline 60 Motor fuel Gas

Water 1 or 2 (Always use about:

as dry lye).

18 Paint







'Two air-tight containers Spoon or stick for atirring

Note. Lye ia slo known as caustic soda or sodium hydroxide. Allow for strength of lye; if only 50% (as in Drano), use twice the amount indicated above. Castor oil can be substituted for the rosin. Potassium hydroxide (caustic potash, potasen) may be used in place of lye.

(1) Measure the required quantity of gasoline and place in a clean container.



59 Caution: Keep material away from open flames.


	(2) Break the rosin into small pieces and add to the gasoline.

	(8) Stir the mixture for about five minutes to

	(4) In separate container dissolve the lye in water.



Caution: Add lye to water slowly. Do not prepare this solution in an aluminum con-



tainer.


	(8) Add this solution to the gasoline mixture and atir until mixture thickens (about one minute).

	(8) The mixture will thicken toa very firm butter paste within cne ta two days. The mixture can be thinned, if desired, by mixing in additional gasoline. Store in an air-tight container until ready to use.

	@. Alternate Preparation U'sing Pyrethrum Extract Instead of Rosin.

	(1) Replace rosin by the following:






Parts by Ingredsent: Used for Common source Pyre- 18....... Insecticide, Hardware stores, thrum medicine. gradeu supply, extract drug stores. (20%).

(2) Measure 78 parts by volume of gasoline and place in a clean container.


	(3) Dissolve the pyrethrum extract in the gasoline by stirring.

	(4) In another container dissolve the lye in water. a



Caution: Add lye to water slowly. Do not prepare this solution in an aluminum container.


	(5) Add 4 parts by volume of the lye solution to the gasoline mixture.

	(6) Stir every 15 minutes until gel forms. Store in an air-tight container until ready to use.




	(1) To use gelled gasoline most effectively, it should be spread out over the surface of the material to be burned. This will start a large area burning at once. A match can be used to directly initiate this incendiary. A short time delay in ignition can be obtained by combining Fuse Cord (0101) or Improvised String Fuse (0102) and one of the igniter mixtures found in chapter 3. (For example, several spoonfuls of Sugar-Chlorate Mixture (0201) are placed in a nonabsorbent wrapping material. Fuse cord is buried in the center of the igniter mixture and the fuse is taped to the wrapping material. This assembly is placed directly on the gelled gasoline. Delay times are determined by the length of fuse. Suitable delay mechanisms are given in chapter 5 for delay times longer than those practical with fuse cord.)

	(2) Gelled gasoline should not ordinarily be used




	with a delay longer than one hour because gasoline evaporates and this can reduce its effectiveness.

	The destructive effect of gelled gasoline is increased when charcoal is added. The charcoal will readily ignite and the persistent @)



a1 fire from the charcoal will outlast the burning gasoline. It ia recommended that at least one quart of gelled gasoline be used to ignite heavy wooden structures and large wooden sections. A minimum of one-half quart is recommended for wooden structures of small cross section.



0303.2 LYE-ALCOHOL SYSTEMS


	a, Description, See Paragraph 0303.1.

	b. Material and Equipment.












	Ineraiont
	"elie!
	Uaed

for
	Commen

wearer




	
	
	Gasoline 58 Motor fuel Gas etations or
	motor vehicles.



	Lye 2 (flake)
	orl
	Drain cleaner,

making of soap.
	Food and drug

— stores, soap

factories.



	Ethyl

alcobol.
	
	
	Liquor

stores.



	Tallow
	
	
	Fat extracted from

solid fat or suet

af cattle, sheep,

or horees.







Spoon or stick for atirring Two air-tight containers

Note. Lye is also known a8 caustic soda or sodium hydroxide. Allow for strength of lye. [f only 50% {as in Drano), use twice the amount indicated above. Methyl (wood) alcohol, isopropyl (rubbing) alcohol or antifreeze product can be substituted for whiskey, but their use produces softer gela. Potessium hydroxide (caustic potash, potassa) may be used in place of lye.


	(1) The following cate substituted for the tallow in order of preference:

	(a) Wool grease (lanolin) {very good)—fat extracted from sheep wool.




	(b) Castor oil (goed).




	(©) Any vegetable oil (corn, cottonseed, peanut, linseed, etc.).




	@ Any fish oil.




	(e) Butter or oleo margarine.




	(2) When using substitutes (1)(c) and (e) above, it will be necessary to double the recom-



mended amount of fat and of the lye solution for satisfactory thickening.

(1) Measure out the appropriate amount of gasoline and piece in a clean container.


	(2) Add the tallow to the gasoline and stir for about one-half minute to dissolve the tallow.

	(3) Add the alcohol to the mixture.

	(4) In another container dissolve the lye in water. Caution: Add lye to water slowly. Do not prepare this solution in an aluminum container.

	(5) Add the lye solution to the gasoline mixture and stir occasionally until the mixture thickens (about one-half hour).

	The mixture will thicken to a very firm butter paste in one to two days. The mixture can be thinned, if desired, by mixing in additional gasoline. Store in an air-tight container until ready to use. 6)

	d. Application, See paragraph 0303.1.






63 0303.3 LYE-BALSAM SYSTEMS

a, Description. See paragraph 0303.1.

b. Material and Equipment.










	Ingredie
	Porte by

—"tolu
	Used for
	Common source




	
	
	Gasoline 80 Motor fuel Gas
	atationa or

motor vehicles.



	Either:

Copaiba

balsam

Copaiba

resin

Jesuits?

balsam.
	
	14.222. Medicine, varnish,

odor

fixative
	Drug stores, vamniah

factories

, perfume

processors,

natural

oleoresin



	Or:

Tol

balsam

Tou

resin

'Thomas

balsam.
	14.
	- Medicine, per-

fume

, confec-

tionery, fumi-

chewing

gant,

gum.
	Drug atorea, per-

fume

processors,

candy manu-

—_facturers



	Lys


	
	Drain

cleaner

,

making of soap.
	Food

and

drug

stores, soap

factories.





Water.... 3 Spoon or stick for stirring Two air-tight containers


Note. Lye is also known as caustic soda or sodium hydroxide. Allow for the atrength of the lye. If only 50% (a8 in Drano), use twice the amount indicated above. Potassium hydroxide (caustic potash, potasss) may be used in place of lye.



(1) Dissolve the lye in water using » clean con tainer.

Caution: Add lye to water slowly. Do not Prepare this solution in an aluminum container.


	(2) Stir gasoline offen balsam in another clean container.

	(3) Add the saturated lye solution to the gasoline mixture and stir until the gel forms. Store in an air-tight container until ready to use.



Note. Increuse the lye solution to 10 parta by volume (5 parts lye, 5 parta water) if the gasoline does not thicken.

d, Application. See paragraph 0303.1.


0303.4 SOAP-ALCOHOL SYSTEMS


	a. Description. See paragraph 0303.1.

	2, Material and Equipment.












	Inorediont
	"aie!
	eed for
	Commen source




	
	
	Gasoline 36 Motor fuel Gas stations or
	motor vehicles.



	Ethylak

cohol.
	
	1 Whiskey Liquor stores
	



	Laundry

soap.
	20 (pow-

der) or

23

(flake).
	Washing Food atores
	





Air-tight container Spoon or stick for atirring


Note. Methyl (wood) oF iaoprophyl (rubbing) alcohols can be substituted for the ethyl alcohol. When astronger alcohol (150 proof) or one of the dry alcohol substitutes is used, add an amount of water to make the concentration 50% by volume. (The percent alcohol is equal to 34 of the proof—160 proof is 75% alcohol.)




	(1) Unless the word soap actually appears somewhere on the container or wrapper (at retail store level), a washing compound may be assumed to be a synthetic detergent. Soaps react with mineSal salts in bard water to form a sticky insoluble seum while synthetic detergents do not. Synthetic detergents cannot be used.

	The following is a list of commercially available soap products (at retail store level): @






	Manufacturer




	Proctor and Gamble



	Proctor and Gamble



	Lever Brothers



	Armour



	Colgate-Palmolive



	Manhattan Soap Company



	Colgate-Palmalive





(3) Home prepared bar soaps may be used in place of purchased bar soaps.

(1) Measure out the appropriate amount of gasoline and place in e clean container.


	(2) Add the alcohol to the gasoline.

	(3) Add the soap powder to the gasoline-alcohol mixture, and stir occasionally until the mixture thickens (about 15 minutes).

	(4) The mixture will thicken to a very firm butter paste in one to two days. It can be thinned, if desired, by mixing in additional gasoline. Store in an air-tight container until ready to use,





a. Application. See paragraph 0303.1.


	a. Description. See paragraph 0303.1.

	b. Material and Equipment.



0303.5 EGG system medicine.

Spoon or atick for stirring 'Twa airtight containers


	c. Preparation.

	(1) Separate the egg white from the yolk as follows:

	(a) Method 1. Crack the egg at approximately the center. Allow the egg white to drain into a clean container. When most of the egg white has drained off, flip the yellow egg yolk from one-half shell to the other, each time allowing the egg white to drain into the container, Transfer the egg white to s capped jar for storage or directly into the container being used for the gelled flame









6B fuel. Discard the egg yolk. Repeat the proceas with each egg. Do not get the yellow egg yolk mixed into the egg white. If egg yolk gets into the egg white, discard the egg.

Method 2. Crack the egg and transfer (CAREFULLY SO AS TO AVOID BREAKING THE YOLK) the egg to a shallow dish. Tilt the dish slowly and pour off the egg white into a suitable container while holding back the yellow egg yolk with a flat piece of wood, knife blade, or fingers. Transfer the egg white to a capped jar for storage or directly to the container being used for the gelled flame fuel. Discard the egg yolk. Repeat the process with each egg being careful not to get yellow egg yolk mixed in with the egg white. If egg yolk @)

gets into egg white, discard the egg and wash the dish.


	(2) Store egg white in an ice box, refrigerator, eave, cold running stream, or other cool ares until ready to prepare the gelled flame fuel.

	(3) Pour the egg white into a clean container.

	(4) Add the gasoline,




	(5) Add the table salt (or one of its substitutes) and stir until the gel forms (about 5-10 minutes). Use within 24 hours. Thicker gelled flame fuels can be obtained by—

	(a) Reducing the gasoline content to 80 parts by volume (NO LOWER); or




	(0) Putting the capped jars in hot (65° C., 149° F.) water for 4 hour and then letting








o>

them cool to ambient temperature. (DO NOT HEAT THE GELLED FUEL CON-TAINING COFFEE.)

d. Application. See paragraph 0303.1.



0303.6 LATEX SYSTEM


	a, Description, See paragraph 0303.1.

	b, Material and Equipment,












	Ingredient
	Parts

wide
	Used for
	Common source



	
	
	Gasoline 92 Motor fuel Gas etations or
	




	
	
	
	motor vehicles.







Either:

Latex com- 7... Paints, adhesives, Natural from tree mercial or rubber products. or plant, rubber natural. cement, general stores.



Or:

Guayule 7... Wire ingulation, Cosgulated and Gutta percha waterproofing, dried latex, Balata. machinery belta, rubber industry. golf ball covers, goakets.



Any one of the following:

Dilute acelic 1... Salad dressing, Food stores, feracid developing mented apple (vinegar). photographie cider or wine, filma. photography supply. Sulfuric seid, 1... Storage batteries, Motor vehicles, inbattery acid material dustrial planta.

Processes.

(oil of vitriol). processing. Hydrochloric 1... Petroleum wells, Hardware stores, seid 1 (ouri- pickling and industria! plants. atio acid). metal cleaning, industrial

Airtight container Spoon or stick for stirring

Caution: Sulfuric acid and hydrochloric acid will burn akin and ruin clothing. The fumes will irritate mose passages, lungs and eyes, Wash with large quantities of water Upon contact.

c. Preparation.


	(1) Commercial rubber latex may be used without further treatments before adding it to gasoline.

	Natural rubber latex will coagulate (form Tumps) as it comes from the plant. Strain off the thick part for use in flame fuel. If the rubber latex does not form lumps, add a amall amount of acid to coagulate the latex and use the rubbery lump for gelling. It is best to air-dry the wet lumps before adding them to gasoline. (2)

	(a) Using commercial rubber later.

	4. Place the latex and the gasoline in the container to be used for the gelled gasoline and stir.











Caution: Keep material away from open flames.

, Add the vinegar (or other acid) to the liquid in the container and stir again until the gel forms. Store in an air-tight container until ready to use.

Note. Use gelled gasoline as soon ax possible because it becomes thinner on standing. If the gel is toa thin, Teduce the gasoline content (but not below 85% by volume).


	8. Natural rubber latex coagulates readily. If acids are not available, use one volume of acid salt (alum, 'sulfates and chlorides other than sodium and potassium). The formic acid content of crushed red ants will coagulate natural rubber latex.

	(8) Using natural rubber later.



80 parts by volume of gasoline.

20 parts by volume of coagulated or dried rubber.

Let the rubber lump soak in the gasoline ins closed container two or three days until a gelled mags is obtained. Prepare the gelled gasoline using the above formulation. This gelled gasoline should be used as soon as possible after it has thickened sufÏciently.

a. Application. See paragraph 0303.1.



0303.7 WAX SYSTEMS


	a. Description. See paragraph 0303.1.

	6, Material and Equipment.



'Parte Ingredient non Vaad for Common source Gasoline. ...... 80... Motor fuel... Gas stations or motor vehicles.

Any one of the following waxes:

Onocerite 20__ Leather polish, Natural deposits, mineral wax sealing wax, general and defonsil wax candles crayons, partment stores. ceresin wax. waxed paper,

textile sizing. Beeawax..._- 20_. Furniture and Honeycomb from and flowers, 'wax paper, floor waxes, bees, general and artificial fruit department stores.

lew. Py 72

Ingredient volume Used for Comman source Bayberry 20. Candles, soaps, Natural from wax leather polish, myrica berries, myrtle medicine. general, depart wax. ment, and drug stores.

Lye........--. 0.5. Drain cleaner, Food and drug making of soap. —_atoree, soap factories.

Spoon or stick for atirring



Caution: Lye causes severe burns to eyes.

Note. Lye is also known as caustic soda or sodium hydroxide. Allow for strength of lye. If only 50% (a8 in Drano), use twice the amount indicated above. Potassium hydroxide (caustic potash, potasss) may bbe used in place of lye.


	(1) Was from natural sources.

	(a) Plants and berries are potential sources of natural waxes. Place the plants and/or berries in boiling water. The natural waxes will melt. Let the water cool, and the natural waxes will form a solid layer on the water surface. Skim off the wax and let it dry.




	(6) Natural waxes which have suspended matter should be melted and screened through a cloth.




	(2) Gel from gasoline and waz.

	(a) Put the gasoline in a clean container.








Caution: Keep material away from open flames. 73

(0) Melt the wax and pour it into the gasoline 0903.8 ANIMAL BLOOD SYSTEMS


	(c) Tightly cap the container and place it in hot water (sufÏciently hot so that a small piece of wax will melt on the surface).

	(d) When the wax has dissolved in the gasoline, place the capped container in a warm water bath and permit it to cool slowly to air temperature.

	(e) If a solid paste of gel does not form, add another 10 parts by volume of melted wax and repeat (6), (c), and (d} above.

	(f) Continue adding wax (up to 40 parts by volume) ag before until a paste or gel is formed. If no paste forms at 80 parts by volume of gasoline and 40 parts by volume of melted wax, the wax is not satisfactory for gelled gasolines and may be used only in combination with alkali.

	(3) Gel from gasoline, wax and alkali.



70 parts by volume of gasoline

29.5 parts by volume of melted wax

0.5 parts by volume of staurated lye solution (@) Prepare the saturated lye solution by carefully adding one volume of lye (or two volumes of Drano) to one volume of water and stir with a glass rod or wooden stick until the lye is dissolved.

Caution: Lye causes severe burns to eyes. Add the lye to the water slowly. Let cool to Toom temperature and pour off the saturated Hqnid selution. Do not prepare this solution im an aluminum container.


	74 (b) Prepare the gasoline-wax solution according to the method described above.

	{c) After the solution has cooled for about 15 minutes, CAUTIOUSLY loosen the cap, remove it and add the saturated lye solution.

	(d) Stir about every five minutes until a ge l forma. If the gel is not thick enough, remelt with another 5 parts by volume of wax and 0.1 par t by volume of saturated lye solution. Stir contents as before. Store in an airtight container until ready to use.



Note, In addition to the listed waxes, the following may be used: candelilla wax, carnaubs (Brasil) wax, Chinese (insect) wax, Japan (sumac) wax, montan (lignite) wax, and palm wax.

d. Application. See paragraph 0303.1.

container. a, Description. See paragraph 0303.1.










	
	'Paris
	
	




	Ingrotimt
	valde

Chemical

nom
	nad

for
	Cemsuon

murce



	
	Gasoline ose Motor fuel Gaa stations
	
	vehicles.



	
	
	
	Slaughter

houses,

natural

habitat.



	
	
	
	Coffee proc

ewsorn, food

stores.



	
	
	
	'Tea processors,

food stares.



	Ingredient
	rls

Chemical

name
	Used

for
	Common source



	
	Lime 2 Calcium

oxide
	Mortar,

plaster

,

medicine,

ceramics,

industrial

'processes.
	From calcium

curbonate

,

hardware

and drug

stores.



	Baking

soda

,
	Sodium

2

bi-

carbon-

ate.
	Baking,

bev-

—erages,

medicine,

industrial

Processes.
	Food

and

drug

stores.



	Epcom

alts.
	= 2 Magnesium

sulfate

hepta-

hydrate.
	Medicine,

industrial

Processes,

mineral
	Natural de

posits,

drug

and food

stores,





'Two air-tight containers Spoon or stick for stirring


	(1) Animal blood serum.

	(a) Slit animal's throat by jugular vein. Hang upside down to drain.






water.


	(b) Place coagulated (lumpy) blood in a cloth or on a screen and catch the red fluid (serum) which drains through.

	(¢) Store in a cool place if possible.



Caution: Animal blood can cause infections. Do not get aged animal blood or the serum into an open cut.


	(2) Preparation of gelled gasoline.

	(2) Pour the animal bolod serum into a clean container and add the gasoline.








Caution: Keep material away from open flames. m

{b) Add the lime and stir the mixture for a few minutes until a firm gel forms. Store in an air-tight container until ready to use.

Note. Egg white may be substituted for up to }4 of the animal blood serum.

d. Application. See paragraph 0303.1.



ormotor 0304. PARAFFIN-SAWDUST


	a. Description.

	(1) This item consists of a mixture of parafÏn wax and sawdust. It is easily prepared and safe to carry. It is used to ignite wooden structures including heavy beams and timbers. It will also ignite paper, rags and other tinder type materials to build larger fires.




	(2) This incendiary can be safely ignited by a match flame. However, any igniter listed in ehapter 3 can be used in conjunction with specific delay mechanisms in chapter 5 for delayed ignition of this incendiary.




	(3) All orpart of the parafÏn wax may be replaced by beeswax but not by vegetable or animal fats or greases.






ParafÏn wax, beeswax, or wax obtained by melting candles,

Sawdust.

Source of heat (stove, hot plate).

Pot.

Spoon or stick for stirring.


	
	(1) Put enough wax in the pot so that it is about half full.







	(2) Heat the pot on a stove or hot plate until the wax melts,

	(3) Remove the heated pot from the stove or hot plate and shut off the source of heat. Add the sawdust to the melted wax until the pot is nearly full. Stir the mixture with a spoon or stick for a few minutes, being sure there ia no layer of wax at the bottom of the pot which has not been mixed with the sawdust.

	(4) While the mixture is in a fluid state, pour it 'into a waxed paper carton or other container. Upon cooling, the wax mixture will harden and take the ahape of the container. The mixture can be stored for months without losing its effectiveness. If it becomes wet, it will be effective again when it is dried.

	(5) A less effective incendiary may be made by melting some parafÏn or beeswax, dipping sheets of paper in the molten wax for a few seconds, and removing the paper to Jet the wax harden. This waxed paper lights readily



from a match. Although not as hot or persistent or the parafÏn-sawdust mixture, the waxed paper is an excellent incendiary and may be substituted in many instances for initiating readily ignitable materials. The paper may be wadded up, folded, or torn into strips.

(1) Place about a quart of the mixture in a paper bag and put the bag down on the object to be burned. A match may be used to ignite the bag which will then ignite the parafÏn-sawdust mixture. The fire starts very slowly so there

78 is no hazard involved, and it usually takes two or three minutes before the parafÏn-sawdust. mixture is burning strongly. This, of course, is a disadvantage where 2 hot fire is required quickly. Once started, however, this mixture burns vigorously because the parafÏn itself gives a fairly hot flame and the sawdust acts like chareoal to increase the destructive effect.


	(2) Where very large wooden beams or structures are to be burned use more of the mixture. A bag containing two or three quarts will be enough to set fire to almost any object on which parafÏn-sawdust mixture can be used effectively.

	(3) To be most effective on wood structures, this mixture should be in a pile, never spread out ina thin layer. If possible, place it under the object. When placing the incendiary in a packing box cr in a room, place it in a corner.






0305. FIRE-BOTTLE (IMPACT IGNITION)

a. Description. CAP

[image: Figure, page 25]

This item consists of a glass bottle containing gasoline and concentrated sulfuric acid. The exterior of the bottle is wrapped with a rag or absorbent paper. Just before use, the rag is soaked with a saturated solution of granulated sugar and potassium chlorate. Thrown against hard-surfaced targets such as tanks, automotive vehicles or railroad boxcars, thia fire bottle is a very effective incendiary.

b. Material and Bquipment.

Concentrated sulfuric acid (para 0103).

Gasoline.

Potassium chlorate (powdered).

Sugar (granulated).

Jar or bottle, with cap or stopper (14 pint).

Cloth or absorbent paper.

Jar or bottle, with cap or stopper (I quart).

String or tape.

Heat resistant glass or porcelain pot (1 pint capacity).

Heat source.

Glass funnel.

Spoon.

Small container for measuring.

c. Preparation.

(1) Using the funnel, pour the gasoline into the quart bottle until approximately two-thirds full.

Caution: Keep this material away from open flames.

(2) Slowly add concentrated sulfuric acid through the funnel to the gasoline in the bottle and fill the bottle to within one inch of the top. The funnel must be used to direct the concentrated acid into the gasoline in the center

80 of the bottle. Stopper or cap the bottle securely.

Note. If only battery-grade sulfuric acid isavailable, it must be cancentrated. See instructions under paragraph 0103.


	(3) Flush the tightly capped bottle with water to remove any gasoline or acid adhering ta the outside surface and dry the bottle. This must be done to avoid accidental combustion during the following steps.

	(4) Wrap a clean cloth or several sheets of absorbent paper around the bottle. Fasten with strings or rubber bands.



[image: Figure, page 25]

81 (5) Prepare a saturated solution of granulated sugar and potassium chlorate in water as directed below.

1} Add six measures of water to the porcelain 0306. FIRE BOTTLE (DELAY IGNITION) pot and dry the measuring container with a clean rag or paper towel.

@ Bring the water to a boil.


	(8) Using ® clean, dry spoon, place granulated sugar in the measuring container and add one and one-half measurea of sugar to the boiling water.

	(9) Wipe the spoon with a clean rag or paper towel and place one measure of potassium chlorate into the boiling sugar water.

	(10) Remove the pot of boiling mixture immediately from the heat source and shut off heat source.

	(Ly When the solution is cool, pour it into the small }4 pint bottle using the glass funnel and cap tightly.

	(12) Flush this bottle with water to remove any solution or crystals adhering to the outside surface and dry the bottle. When the crystals settle, there should be about 34 liquid above the crystals,



Caution: Store this bottle separately from the other bottle containing gasoline and concentrated sulfuric acid.

(t) Just prior to actual use, shake the bottle con taining the sugar-potassium chlorate crystals and pour onto the cloth or paper wrapped around the gasoline-acid bottle. The fire dottle can be used while the cloth is still wet or

52 after it has dried. However when dry, the sugar-potassium chlorate mixture is very sensitive to sparks, open flame, bumping and scraping. In the dry condition the bottle should be handled carefully.

[image: Figure, page 26]

(2) The fire bottle should be eipped in one hand and thrown like ahand grenade. Upon impact with a metallic or other hard surface, the bottle will break and the sugar-potassium chlorate will react with the sulfuric acid. This reaction ignites the gasoline which will engulf the target ares in flames.

[image: Figure, page 26]


	@ This item consists of abottle of gasoline and concentrated sulfuric acid which is ignited by the chemical reaction of the acid with Sugar Chlorate Igniter (0201). A delay feature is incorporated in this incendiary. The amount of delay is determined by time it takes the sulfuric acid to corrode ® rubber membrane and react with the igniter mix. Immediate ignition may also be aghieved by breaking the bottle and allowing the ingredient to mix.

	(2) Prepared fire bottles are stored upright. This allows the heavier acid to lay on the bottom, with the gasoline on top. When put in use, the bottle is inverted, allowing the acid to come in contact with the rubber membrane and to begin corroding it.




6, Material and Equipment.

Wide mouth bottle.

Cork or rubber stopper (must fit snugly in bottle). Sheet rubber on rubber membrane.

Sugar-Chlorate Igniter (0201).

Concentrated Sulfuric Acid (0103).

Gasoline.

(i) Cut or drill a cavity on the bottom of the cork big enough to hold at least two teaspoonfuls of sugar-chlorate igniter. Be careful not to break through the cork. If the hole does go all the way through, it must be sealed with another smaller Ot (2) Fill the bottle with a 50/50 concentration of gasoline and sulfuric acid. Pour the gasoline in first, then add the sulfuric acid carefully, making certain not to splash acid on the skin or in the eyes.

[image: Figure, page 26]

Note. If only battery grade sulfuric acid is available it must be concentrated before it can be used. See paragraph 0103 for details of concentration process.

(3) Fill the hole in the cork with Sugar-Chlorate Igniter (0201). Cover the side of the cork containing the igniter with a piece of thin rubber membrane and then force the cork into the gasoline-acid filled bottle. Take care to prevent any of the igniter mix from falling into the jar.



d. Alternate Method of Preparation.


	(1) Drill or cut a hole all the way through the cork.

	(2) Fill the bottle with gasoline and acid aa described above.

	(3) Place the rubber membrane over the cork and install in the bottle. Make certain that cork ia fitted tightly and rubber membrane fully cavers the inner portion of the bottle.



a5 (4) Fill the hole in the cork with igniter mixture as before and install a small cork in the hole covering the igniter mixture.



e. Application.


	(1) To start the delay working invert the bottle. The acid will begin corroding the rubber membrane. When the acid breaks through, it will react violently and either break the bottle or blow out the cork stopper and ignite the gasoline.

	The Delay Fire Bottle works well on readily ignited materials where the scattering of the burning gasoline will start a number of fires at once. To ignite wooden structures, preparation such as /piling up of flammable tinder and kindling is required. (2)

	The delay time for initiation of the gasoline is, alowed down in cold weather and may be stopped if the acid freezes. Check the delay time by testing the acid with the identical thickness rubber membrane at the temperature of expected use. Always use concentrated sulfuric acid. (3)






0307. THERMITE

(1) Thermite is composed of magnetic iron flakes and aluminum powder. Thermite may be

'obtained as a manufactured item or may be improvised for use in welding machinery Parts together and burning holes in metal structures. The termite reaction is initiated by strong heat and therefore cannot be directly ignited "ihe safety fuse or match.

The following igniters, found in chapter 3, may be used to initiate thermite: Powdered Aluminum—Sulfur Pellets (0207), Magnesium Powder—Barium Peroxide Igniter (0210), and Subigniter for Thermite (0211).

Thermite is very safe to handle and transport because of its high ignition temperature. It burns well in cold and windy weather. Thermite will penetrate a sealed metal container and ignite the contents. It may be easily improvised if aluminum powder and iron oxide particles of the proper size are available. (2)

Aluminum powder (no coarser than ground coffee). Tron oxide flakes (I'es0,—similar to coarse ground coffee).

Spoon or cup for measuring. Jar or can with tighi fitting lid. Cardboard can with metal ends.


	(1) Place three parts by volume of iron oxide and two parts by volume of aluminum powder into the jar. Leave enough empty space to ate mixing.

	Tighten the lid on the jar, turn the jar on its side and slowly roll until the two powders are completely mixed. The mixture is now ready for use and may be stored for months in the sealed container. @)



(1) Thermite is used to attack metallic targets such as transformers, electric motors, file cabinets, gears, bearings, boilers, storage tanks and pipelines. In "operation, the methods described below produce a quantity of molten metal that streams out the bottom of the unit. On contact with the target, the molten metal will cut through the outer metal casing and pour molten metal on the interior. Thermite is not recommended for use on moderate or heavy wouden structures or other applications where, a persistent flame is required. Two basic techniques are described, one for burning holea in steel and the other for welding steel parts together.


	(a) Burning holes.

	1. In order to penetrate a steel plate with the minimum quantity of thermite, the mass of ignited thermite must be held away from the target during the initial combustion period. This minimizes conductive heat loss (from the thermite to the target) during this period and results in the thermite attaining maximum combustion temperature. When that temperature is reached, the thermite is dropped onto the steel plate surface and a hole is burned through the plate. The following illustrates the method for burning a hole through a plate of 3{ inch structural steel.




	2. Cut a cardboard can (having metal ends) into two equal sections. Example of the type of cardboard container required are which contain household abrasive cleaners such as AJAX, BON AMI and OLD DUTCH CE EE




	8. One section of the can trimmed to a height of 2 inches and two side vents are cut as shown below.






[image: Figure, page 28]


	4. The other section is filled approximately 24 full with thermite. The thermite is then completely covered with one of the three above mentioned igniter materials to a depth of at least 14 inch. Place the end of a length of Fuse Cord (0101) into the igniter mix, making certain that it does not extend into the thermite itself but ends in the center of the igniter mixture. Improvised String Fuse (0102) may be substituted for the Fuse Cord (0101) if desired.

	5. The final assembly is constructed by placing the vented section, open face down, over the target area. The metallic end of this section is now facing up, away from the



top of the vented section. Both metal ends of the cardboard can are now touch-

[image: Figure, page 28]


	6. After ignition, the thermite burns ahole through the steel plate dropping extremely hct particles of molten alag into the interior of the steel container. The side vents cut in the bottom section of the can allow excess slag to run off and not close up the hole in the steel target.

	(b) Welding.

	1,A different method is employed when thermite is used to weld machinery components or plates together. The procedure is similar to that used for burning through steel except that the bottom stand-off is eliminated and the amount of thermite can be less than.that used to burn through a 34 inch steel plate. The assembly is shown below.






[image: Figure, page 28]

2.1n this instance, heat is conducted from the thermite to the steel during the combustion period. Thus, the steel is heated to nearly the same temperature as the slag and a weld is effectively made.

Caution: Never attempt to ignite thermite without at least a few seconds delay time because it burns so quickly and so hot that the user could be seriously burned if he were nearby when ignition took place.



0308. FLAMMABLE LIQUIDS

a. Description. Plammable liquids are an excellent target surface. The section filled with incendiary for starting fires with easily combustible thermite, igniter, and fuse is placed on material. They burn with a hot flame and have many uses as incendiaries. Most of these liquids are readily available and they are easily ignited with a match. However, these liquids tend to flow off the target and their characteristic odor may cast suspicion on the person found carrying them.

&. Material and Equipment.

Can or bottle with tight fitting lid (minimum 1 pint capacity).

One of the following volatile liquids:

Gasoline Cleaners naptha

Kerosene Turpentine

Toluene or Toluol Lighter fluid

Xylene or Xylol Fuel oil

Benzene or Benzol Alcohol

¢. Preparation. No preparation other than placing the liquid into an air-tight container for storage and transportation to the target is required.

d. Application. The most effective way to use flammable liquids is to pour at least apint of the liquid on @ pile of rags or sawdust which have been place in a corner of # packing box or othor wooden object. This procedure keeps the liquid concentrated in a small area and gives a more persistent flame for igniting wooden objects. If small pieces of charcoal are available, they should be soaked with the fammable liquid and placed on the target. The charcoal will ignite and give a hot, persistent glow that is long lasting. After placing the flammable liquid on the target, throw a lighted match on @ soaked area. Do not stand too close when this is done.



0309. INCENDIARY BRICK


	(1) This incendiary is composed of potassium chlorate, sulfur, sugar, iron filings and wax. When properly made, it looks like an ordinary building brick and can be easily transported without detection. The incendiary brick will ignite wooden walls, floors, and many other combustible objects.

	This incendiary can be directly ignited by alt igniters listed in chapter 3, coupled with a specific delay mechanism found in chapter 5. To ignite this incendiary with White Phosphorus Solution (0209), the solution must 'first @)



92 be poured on absorbent paper and the paper placed on top of the brick.




	b. Material and Equipment.
	Part by




	Potsssium chlorate (powdered)
	40



	'Sulfur (powdered).
	15



	Granulated sugar.
	20



	Tron filings
	10





Wax (beeewax or ordinary candle wax). .-..2222--- 15 Spoon or stick Brick mold Red paint Measuring cup or can Double boiler

Heat source (hot plate or stove)


	(1) Fill the bottom half of the double boiler with water and bring to a boil.

	(2) Place the upper half of the boiler on the lower portion and add the wax, sulfur, granulated sugar, and iron filings in the proper amounts.

	Stir well to blend all the materials evenly. @)

	Remove the upper half of the double boiler from the lower portion and either shut off the heat source or move the upper section several feet from the fire. (a)



Caution: Extreme care should be exercised at this point because accidental ignition of the mixture is possible. Some means of extinguishing a fire should be at hand, a fire extinguisher or sand. It is important to keep face, hands, and clothing at a reasonably safe distance during the remainder of the preparation. A face shield and fireproof gloves are recommended. 93


	(5) CAREFULLY add the required amount of potassium chlorate and again stir well to obtain a homogeneous mixture.

	Pour the mixture into a brick mold and set aside until it cools and hardens. (6)

	When hard, remove the incendiary from the mold, and paint it red to simulate a normal building brick. (2)




	(1) When painted, the incendiary brick can be carried with normal construction materials and placed in or on combustible materials.

	Ashort time delay in ignition can be obtained by combining Fuse Cord (0101) or Improvised String Fuse (0102) and one of the igniter mixtures found in chapter 3. (For example, several spoonfuls of Sugar-Chlorate mixture (0201) are placed on the incendiary brick. Fuse cord is buried in the center of the igniter mixture and the fuse is taped to the brick. Delay times are determined by the length of the fuse. Suitable delay mechanisms are given in chapter 5 for delay times longer than those practical with fuse cord.) (2)




O401. CIGARETTE @) Match bor delay.



a. Description.


	(1) This item consists of a bundle of matches wrapped around a lighted cigarette. It is placed directly on easily ignited material. Ignition occurs when the lighted partion of the burning cigarette reaches the match heads. This delay mechanism can be used to initiate all igniters listed in chapter 3 except Magnesium Powder—Barium Peroxide (0210) and Powdered Aluminum—Sulfur Pellets (0207). A cigarette delay directly ignites the following incendiaries: Napalm (0301), Gelled Gasoline (exotic thickeners) (0302), and Gelled Gasoline {improvised thickeners) (0303).

	(2) The following dry tinder type materials may also be directly ignited by the cigarette delay mechaniam: Straw, paper, hay, woodshavings and rags.

	(3) Usually this delay will ignite in 15 to 20 minutes, depending on length of cigarette, make of cigarette, and force of air currents. A duplicate delay mechanism should be tested to determine delay time for various ambient conditions. o

	(4) The cigarette must be placed so that the flame will travel horizontally or upward. A burning cigarette that is clamped or held will not burn past the point of confinement. Therefore, the cigarette should not contact any object other than matches.



Match box.

String or tape.

(1) Picket-fence delay.

[image: Figure, page 30]

(a) Push one wooden match head into a cigarette a predetermined distance to obtain the approximate delay time.

4% () Tie or tape matches around the cigarette CHAPTER 5 with the match heads at the same location DELAY MECHANISMS as the first match in the cigarette.

[image: Figure, page 30]

Tear out one end of the inner tray of # box of matches (the end next to the match heads). Push one match into the cigarette. Insert thia cigarette into the bunch of matches and parallel to the matches at the center of the pack. Slide the tray out of the inner box, leaving the match heads and the cigarette exposed. The head of the match in the cigarette should be even with the exposed match heads.

(1) Picket-fence delay.

[image: Figure, page 30]


	(a) Light the cigarette and place the delay mechanism on a pile of igniter mixture, paper, atraw, or other dry tinder type material. Be sure that the portion of the cigarette between the lit end and the match heads is not touching anything.

	() Pile tinder material all around the cigarette to enhance ignition when the match heads b. Material and Equipment. ignite. Cigarette.

	Matches (wooden). (2) Match bor delay.






[image: Figure, page 30]


	(a) Place the delay so that the cigarette is horizontal and on top of the material to be ignited. Light the cigarette.

	(6) Be sure ignitable material such aa paper, straw; Hammable solvents, or napalm is



Placed close to the match heads. When using flammable solvents, light the cigarette away from the area of solvent fumes.

(c) To assure ignition of the target, sprinkle some igniter material on the combustible material, The match box delay is then placed on top of ie igniter material.




0402. GELATIN CAPSULE

a. Description.

[image: Figure, page 31]

Gelatin capsule delays work by the action of either water or concentrated sulfuric acid on the gelatin. 'When the liquid dissolves the gelatin, it contacts and reacts with an igniter mix. These delays can be used with various igniters, are easily prepared and easily earried. The disadvantage is that the delay times vary with temperature and they will not work at or below 32° F. Gelatin capsule delays will work with the following igniters:


	(1) Water actuated igniters such as Sugar— Sodium Peroxide (0203), Silver Nitrate— Magnesium Powder (0208), and Aluminum Powder—Sodium Peroxide (0204).

	(2) Concentrated sulfuric acid actuated igniters such as Sugar-Chlorate (0201), Fire Fudge (0202), Sugar—Sodium Peroxide (0203) Aluminum Powder—Sodium Peroxide (0204), Match Head (0205), and Silver Nitrate— Magnesium Powder (0208).

	b. Material and Equipment.



Concentrated sulfuric acid or water.

Gelatin capsules (1 fluid ounce capacity).

Igniter mixture.

Glass jar or bottle with glasa.or plastic stopper for carrying acid.

c. Preparation,


	(1) Fill the gelatin capsule with either water or sulfurie acid, depending on which igniter is being used. Use a medicine dropper to fill the capsule. Wipe the outside of the capsule carefully and place it on a quantity of igniter mixture,

	(2) Gelatin will slowly dissolve in either water or concentrated sulfuric acid, usually faster in water than in acid. Sulfuric acid should be



handled carefully and only in glass or unchipped enamel containers.

d. Application.


	(1) Fill a gelatin capsule with one of the igniter mixes listed under Description above. Once the liquid is added to the capsule, the next operations should be done quickly. Pile the igniter mixture on and around the capsule. Then place incendiary material in contact with the igniter mixture. (In damp weather this method should not be used with water activated igniters because premature ignition may be caused by humidity in the air.)

	(2) Use the following method in damp weather. Fill a gelatin capsule with one of the igniter mixes listed above. Be sure that both halves of the capsule fit tightly and that no igniter mix is clinging to the outside of the capsule. Place the capsule in a shallow glass or porcelain dish filled with water or concentrated sulfuric acid, depending on which type of 100



igniter mix is used. Make sure the capsule is touching one edge of the bowl and quickly pile incendiary material close to the capsule so that when the capsule ignites, the incendiary will also ignite.


	(3) The gelatin capsule delays work slowly in cold weather and will not work at or below 32° F. Capsule thickness also affects delay time. In water at 77° F.. a delay time of approximately 20 minutes can be expected, while the same type of capsule in concentrated sulfuric acid at 77° F. will give a delay time of approximately one hour. At a temperature of 50° F., the same type of capsule will give a 6 to 8 hour delay time in water and about 24 hours delay time in concentrated sulfuric acid. Delay times become less accurate at lower temperatures.

	(4) The above listed delay times dre given for one type of gelatin capsule only. Various types of capsules will give various delay times. Therefore, always check delay times for the capsule to be used.

	(5) The sulfuric acid must be concentrated. If only battery-grade sulfuric acid is available, it must be concentrated before use to & specific gravity of 1.835 by heating it in an enameled, heat resistant glass or porcelain pot until dense, white fumes appear. See paragraph 0103 for details.





101 0403. RUBBER DIAPHRAGM

a. Description.

[image: Figure, page 32]


	(1) This delay operates by the action of concentrated sulfuric acid on a thin rubber diaphragm. As the acid eats through the diaphragm, it drips onto the igniter mix and combustion results. This delay can be used to initiate the following igniters listed in chapter 3: Sugar-Chlorate (0201), Fire Fudge (0202), Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodium Peroxide (0204), Match Head (0205), Silver Nitrate—Magnesium Powder (0208), and Fire Bottle (0306).

	(2) The delay does not burn or glow, a very desirable feature where premature detection may occur, The main disadvantages of this type of delay are—

	(a) Delay time fluctuates with temperature changes.




	(6) Delay is not reliable below 40° F.




	{c) Sulfuric acid involves hazards to the operator. 102






Concentrated sulfuric acid.

Thin rubber (such as balloons or condoms).

String, tape, or rubber bands,

Glass jar with glass stopper for carrying acid.

Wide-mouthed jer or can (approximately 1 pint capacity).


c. Preparation.

(1) Fill the wide mouth container tlhree-quarter full with any one of the following igniter materials:

Sugar-Chlorate (0201).

Fire Fudge (0202).

Sugar—Sodium Peroxide (0203).

Aluminum Powder—Sodium Peroxide (0204). Match Head (0205).

Silver Nitrate—Magnesium Powder (0208).

(2) Place the rubber diaphragm over the open. end of the container and leave it loose enough to sag slightly into the jar. Either tie in place or secure with a rubber band.

8) Pour about 1 fluid ounce of concentrated sulfuric acid into a amall glass jar with aglass stopper and seal tightly.

Qa Place the jar with the rubber membrane at the desired target. Pile the material to be ignited around this jar so that when the flames issue from the jar, they will ignite the incendiary materials. Do not put any of this igniter material on the rubber membrane. Pour the 1 fluid ounce of concentrated sulfuric acid onto the rubber membrane. When the acid penetrates the rubber and drips onto the 103 igniter mix, a chemical reaction oceurs and combustion results.


	(2) The time delay of this device depends on the kind and thickness of rubber used, and on the ambient temperature. Test a similar device before actual use on the target.

	(3) Using a thin rubber membrane such as a condom at a temperature of 77°F., a delay time of 15 to 20 minutes is normal. This same delay when tested at 40° F. may take as Jong as eight hours to penetrate the rubber membrane. Do not use this delay at temperatures below 40° F,

	@) Another simple method of using this type of delay is to first fill 2 small jar half full of concentrated sulfuric acid. Tie or tape a rubber membrane over the open end of the jar. BESURE NO ACID CAN LEAK OUT. Place the bottle on its side, on top of a mall pile of igniter material which will ignite on contact with the acid. When the acid penetrates the membrane, combustion will occur as before. If thicker rubber is used, stretch the rubber tightly over the mouth of the jar. This will decrease the delay time because the acid will attack the stretched rubber more effectively.



[image: Figure, page 32]

(8) Arubber glove may also be used as membranes for this delay. Pour some concentrated sul- furie acid into the glove and suspend the glove over s pile of igniter material. When the acid eats through the glove, it will drip onto the igniter and start a fire. A rubber glove will give a longer delay time than a condom because the material is thicker.

[image: Figure, page 33]

(6) The rubber membranes for use in this delay must be without pin holes or other imperfections. The sulfuric acid must be concentrated. If only battery-grade sulfuric acid is available, it must be concentrated before use to aspecific gravity of 1.835 by heating it in an enameled, heat-resistant glasa or porcelain pot until dense, white fumes appear. See paragraph 0103 for details. 105




0404. PAPER DIAPHRAGM (SULFURIC ACID)

[image: Figure, page 33]

Thia device consists of a half-full jar of concentrated mulfurie acid, and a paper diaphragm. The paper diaphragm is a piece of paper tied securely over the mouth of the jar. When the jar is placed on its side, the acid soaks through or corrodes the paper. The acid then contacts the igniter material and causes it to burts into flames, This delay can be used for initiating the following igniters listed in chapter 3: Sugar-Chlorate (0201), Fire Fudge (0202), Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodium Peroxide (0204), Match Head (0205), Silver Nitrate—Magnesium Powder (0208).

b. Material and Equipment

Wide-mouthed jar.

Sulfuric acid (concentrated).

Paper.

String.


	¢. Preperation. Remove the cap from a widemouthed jar. Fill about half-full with concentrated sulfuric acid. Tie the paper securely over the mouth of the jar. 106

	d. Application.




	{1) Make a pile of dry flammable material such






@3 Tags, papers, empty boxes, or cartons. Spread out a piece of absorbent paper on this material. Spread igniter material on the absorbent paper and place the jar (on its side) on top of the igniter material. Make certain the jar does not leak. When the acid soaks through or corrodes the paper, it will contact the igniter material and cause it ta burst into flame.

ACID re (2) This device is not reliable at temperatures below 40°F, The time delay depends on the thickness of the paper. A similar device should be tested to determine the delay provided by various thicknesses of paper. It should be tested at the temperature at which it will be used, to be sure of positive ignition. Ignition should occur in about 2 minutes at 68° F. when using writing paper. Higher ambient. teriperatures shorten delay times, and lower temperatures lengthen delay times.



0405. PAPER DIAPHRAGM (GLYCERIN)


	
	(1) This device consists of potassium permanganate crystals wrapped in layers of absorbent paper. Glycerin is brought into contact with the wrapped potassium permanganate crystals by slowly soaking through the paper. This wets the wrapped crystals causing combustion, This delay can be used for directly initiating all igniters listed in chapter 3 except White Phosphorus (0209). The igniting ability of this delay is increased when magnesium or aluminum particles are mixed with the potassium permanganate crystals.




	(2) The following incendiaries (ch 4) can be directly ignited using this delay: Napalm (0301), Gelled Gasoline (exotic thickeners) (0302), Gelled Gasoline (Improvised thickeners) (0303), ParafÏn-Sawdust (0304), and Ineendiary Brick (0309), Other combustible dry materials such as paper, rags, straw, and excelsior can also be directly initiated. This delay ia not recommended for use in tempertures below 50° F.






b, Material and Equipment.

Absorbent paper (toilet paper, paper, toweling, newspaper).

Glycerin (commercial grade).

Magnesium or aluminum particles (consistency of granulated sugar).

Rubber bands or string.

Small shallow dish. yog

Potassium permanganate (consistency of coarse ground coffee),

Small bottle (approximately 1}4 fluid ounces). Spoon (perferably nonmetallic).

(1) Fill the small bottle with glycerin.


	(2) Wrap a quantity of potassium permanganate erystals (a mixture of 85 parts potassium permanganate and 15 parts magnesium or aluminum particles can be substituted to produce hotter flame) in absorbent paper. Make certain that none of the eryatals fall out,

	The bottle and package may be carried by the Person without hazard to himself, and will be available for use when needed. (3)



(1) To use this delay, pour the glycerin into a small shallow dish or pan. Pile incendiary material around the dish so that when the glycerin ignites it will ignite the incendiary material. Place the paper container of potassium permanganate crystals into the pan of glycerin, When the glycerin soaks through the paper and contacts the potassium per manganate, ignition occurs within a few seconds.

[image: Figure, page 34]

109 (2) By using various kinds of paper, different delay times can be obtained. Using more layers of paper for wrapping will increase the delay time. Using this delay at higher temperatures will also decrease the delay time. Delay times from one minute to approximately one hour are possible, depending on the conditions.

The delay time should be checked under conditions which are similar to those expected at the target. (3)

a, Description.

[image: Figure, page 34]

This delay ignites flammable fuels of low volatility such as fuel oil and kerosene. A lighted candle properly inserted in a small container of flammable liquid of low volatility causes ignition of the flammable liquid when the flame burns down to the liquid level. The flame from the burning liquid is used to ignite incendiary material such as paper, straw, rags, and wooden structures. The delay time is reasonably accurate, and may be easily cob rted iby determining the burning rate of the candle. No special skills are required to use this delay, Shielding is required for the candle when used in an area of atrong winds or drafis. This delay is not recommended for use with highly volatile liquids because premature ignition may take place. This device is useful where a delay of one hour or longer is desired. The eandle delay works well in eold or hot weather, and has the advantage of being consumed in the resulting fire, thus reducing evidence of arson.

b. Material and Equipment.

Candle.

Bowl.

Perforated can or carton.

Fuel oil or kerosene.

Matches,

Small piece of cloth.

(1) Make two marks on the side of the candle, 134 inches and 2 inches from the top. Light the candle and record the times at which the wax melts at the marks on the side.

[image: Figure, page 34]

(2) The distance burned by the candle divided by the elapsed time determines the burning rate of the candle. yyy a, Application.

(1) Using a lighted candle of desired length, drip hot wax in the center of the bowl. Melt the base of the candle with a lighted match,

Firmly press the softened base of the candle into the hot wax in the center of the bowl. Be sure the candle will stand up securely without toppling over. Extinguish the candle. Wrap a small piece of cloth around the candle and slide it down to the bottom of the bowl. Place a quantity of fuel oil or kerosene in the bowl. Be sure that the level of the fluid Teaches the cloth, so it will act asa wick. Pile the incendiary material around the bowl where it can catch fire after the fuel oil or

If this delay must be set in a windy or drafty location, place a shield over it. Notch or punch holes in a metal can or cardboard earton at the bottom and sides for ventilation, and place this cover over the delay. 2)

[image: Figure, page 35]

This item provides a time delay in starting a fire. It consists of two tin cans, with tops removed, and uses either water or glycerin to activate the igniter material. A hole is punched in the closed end of one can. This ean isplaced on top of the other can which is partially filled with the liquid. The top can is completely filled with the liquid. When the bottom ean fille and overflows, the overflowed liquid will react with the igniter material placed around the bottom ean. This device is used for igniting the following water actuated igniters listed in chapter 3: Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodium Peroxide (0204), and Silver Nitrate—Magnesium Powder (0208). Glycerin is used as the initiating liquid to ignite Potassium Permanganate glycerin (0206).

b, Material and Equipment,

Two tin cans.

Nail or punch.

Hammer.

Water or glycerin.

Can opener.


	
	(1) Remove the tops from two cans.




	(2) Punch or drill a small hole in the closed end of one of the cans.







	(8) Partially fill the other can with either water or glycerin.

	Place the can with the hole in the bottom on top of the can partially filled with igniting fluid. Insert a twig or small stick between the two cans to allow the liquid to overflow from the bottom can. @)

	Fill the upper can with the same igniting fluid a8 that previously placed in the bottom can @)



and determine the'dine required for the fluid to overflow from the bottom can. If two cans of the same size are used, either one may be used for the top. If different size cans are used, place the larger can on top. The delay is variable and adjustable depending on the sizes of the cans, the quantity of liquid used, or the diameter of the hole in the top can.

d. Application.


	(1) Always test the glycerin delay at the temperature at which it will be used. Glycerin flows slowly when cold. Do not use water in this delay near or below its freezing point, 32° F.

	Place the delay in the target area and fill both 'upper and lower cans to the desired level with the appropriate liquid. (2)

	Pile igniter material around the bottom of the overflow can so the activating liquid can easily make contact with the igniter material as it flows down the side of the can. @)





0408. TIPPING DELAY—FILLED TUBE

[image: Figure, page 35]


	(1) This delay is composed of a hollow metal rod or bamboo filled with wet beans, rice or peas. The tube is inverted and placed in the center of a ring of igniter material and a small vial of water or acid is tied to the tube. When the wet beans expand, they lift and topple the tube, thereby spilling the acid or water onto the igniter causing combustion.

	'This tipping delay may be used with a variety of igniters. They are easily prepared, and g ive fairly accurate delay times. This delay should not be used at temperatures near or (2)



below 32° F. when water is used aa the initiator due to freezing, The following water actuated igniters listed in chapter 3 can be used with this mechanism: Sugar—Sodium Peroxide (0203), Aluminum Powder—Sadium Peroxide (0204) and Silver Nitrate—Magnesium Powder (0208). The delay may be used with concentrated sulfuric acid to initiate the above igniters and the following acid activated igniters: Sugar-Chlorate (0201), Fire Fudge (0202), and Match Head (0205). This delay may be used with the Glycerin— Potassium Permanganate Igniter (0206).


b. Material and Equipment.

Metal tube, pipe or piece of bamboo closed at one end, 4 to 6 inches long and 1 inch inside diameter, or glass test tube of similar dimensions.

Small glass vial or bottle with open mouth of 1 fluid ounce capacity.

String or rubber bands.

Rice, peas, or beans.

Ws



Water.

Concentrated sulfuric acid.

¢. Preparation. The pipe or tube may be made of any material. It must be closed at one end and flat at the other in order to stand vertically. A large glass test tube is ideal for this purpose.

(1) Using some string or rubber bands, attach the small vial to the larger tube. Attach the vial near the top with the open end of the vial pointing up and the open end of the tube down.

[image: Figure, page 36]

(2) This assembly should stand up without toppling over. If it appears unsteady, move the vial downward slightly. A final adjustment may be required when the delay is filled with the required materials.



d. Application.


	(1) Rice will usually give delays of about ten to twenty minutes. Peas and beans will usually give delay times up to 4 or & hours, Whichever is used it must be first tested to determine the delay time for the tube that will be used.

	(2) To use this device, tightly pack the piece of pipe or bamboo with rice, peas or beans



depending on what delay time is required. Add enough water to completely moisten the beans and quickly pour off the excess water. Place the pipe open end down, and immediately fill the small viel with water or concentrated sulfuric acid, depending on which igniter is being used.

[image: Figure, page 36]


	(3) Place a quantity of the igniter mixture in a ring around the delay assembly. Make the ring of such diameter that when the tube falls over, the acid or water from the vial will spill onto the igniter mixture.

	(4) Place incendiary material where the flame from the igniter will start it burning.

	(5) Another way in which the tipping delay can be used is to fill the small vial with glycerin instead of water or acid and then spread potassium permanganate crystals in a ring around the delay. When the glycerin is spilled onto the crystals, combustion will occur and ignite the incendiary material. The glycerin igniter will not work in temperatures below 50°F. yyy

	(6) It is recommended that this device be tested at the same temperature at which it is to be



used. y 0409. TIPPING DELAY—CORROSIVE OR BesolvinG)

[image: Figure, page 36]

(1) This device consists of a vial of initiating liquid supported by a tripod. One of the legs which supports the vial of liquid is dissolved by a fluid. The center of gravity of the structure changes and the structure topples

TIPPING DELAY TIPPING DELAY over. The contents of the vial spill onto an appropriate igniter mixture and combustion occurs.


	(2) This corrosive or dissolving tipping delay may be used with a variety of igniters. However, it should not be used at temperatures near or below 32° F. when water is used as the initiator due to freezing of the water.

	@) 'The following water actuated igniters listed in chapter 3 can be used with this mechanism: 118



Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodiuin Peroxide (0204) and Silver Nitrate—Magnesium Powder (0208). The delay may be used with concentrated sulfuric acid to initiate the above igniters and the following acid activated igniters: Sugar-Chlorate (0201), Fire Fudge (0202), and Match Head (0203). This delay may be used with the Glycerin—Potassium Permanganate Igniter (0206)'



&, Material and Equipment.

'Three wooden sticks or wooden pencils (approximately 6 inches long by 14 inch diameter).

Glass vial (1 fluid ounce capacity).

String, tape or rubber bands.

Any one of the igniter mixtures mentioned above. One of the following combination of items:


	(1) Long sticks of hard candy and water.

	(2) Lengths of bare capper wire and concentrated nitric acid.

	(3) Iron nails or wire approximately 14 inch diameter by 4 inches long and concentrated hydrochloric acid.

	(4) Iron nails or wire and saturated cupric chloride solution.

	2 glass containers with glass stoppers for carrying acid.



Shallow glass or porcelain bowl such as soup bowl or ink bottle.


	(1) Make a tripod out of three sticks, taping them together at.the top. Two legs should be the same length; the third should be about 2—3 inches shorter. 149

	(2) Tape to the short leg, either a stick of hard candy, piece of heavy bare copper wire, steel nail, or steel wire, adjusting the length so that the wire leg stands almost vertically.

	@) The finished tripod should have a distance of about 4—5 inches between any two legs.

	(4) To the top of the tripod, on the short leg, Copper wire plus nitric acid diluted with an 45—80 minutes



[image: Figure, page 37]

firmly tape or tie the small I-fluide ounce capacity vial, openend up. Make certain that the tripod still stands upright after attaching the vial. The distance between legs may have to be varied to keep the tripod barely standing 'upright. 120 d. Application.


	qQ To use the delay device, insert the leg of the tripod which hes the candy, wire, or nails into 'a glass or porcelain bowl. Fill the vial at the top of the tripcd with either water, concentrated sulfuric acid, or glycerin, depending on which igniter is being used. Spread a quantity of the proper igniter material in a ring around the tripod, placing it where the spilled initiating liquid is certain to contact it. Fill the glass or porcelain bowl with the prescribed liquid for dissolving the leg of the tripod in the bowl. For hard candy the liquid is water; for copper wire the liquid is concentrated nitric acid; for steel nails the liquid may be either concentrated hydrochloric acid, or a saturated solution of cupric chloride.

	2) No definite delay times can be established for these delays because of factors such as temperature, solution concentration, and imperfections in the leg of the tripod. Prior to use, test the device under conditions expected



at the target. The Following table should be used merely as a guideline of expected delay times for the various materials.

Delay moterial Delay time - 5—10 minutes 2—5 minutes

Hard candy plus water Copper wire plus concent equal volume of water,

Steel wire or nails plus concentrated hydro- 24 hours to 7 daya chlorie acid.

Steel wire or nails plus cupric chloride 10 minutes to solution. 5—6 hours.


(3) The delay time will vary greatly with only moderate changes in temperature. Do not use this type of delay mechanism where accurate delay times are required.






0410. BALANCING STICK

[image: Figure, page 38]

(1) This delay device consists of a piece of wood or stick, a small vial, a nail, a piece of string, and a long strip of cloth. A hole is drilled through the middle of the stick. The vial is fastened to one band the strip of cloth to the other. The length of the cloth is adjusted 86 that the rod just balances on a nail passing through the hole when the vial is 34 full. The cloth is wetted with solvent to make it heavy and the vial is filled with initiating liquid to maintain balance. As the solvent evaporates, the end of the stick which supports the vial of initiating liquid becomes heavier than the end supporting the cloth. The unbalanced stick rotates about the nail until the initiating liquid spills onto the igniter mixture and combustion occurs. Fire then spreads to and ignites incendiary material.

(2) This device may be used with a variety of igniters. However, it should not be used at temperatures near or below 32° F. when water is used as the initiator due to freezing of the water. The following water actuated igniters listed in chapter 3 can be used with this mechanism: Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodium Peroxide (0204) and Silver Nitrate—Magnesium Powder (0208). The device may be used with concentrated sulfuric acid to initiate the above igniters and the following acid activated igniters: Sugar-Chlorate (0201), Fire Fudge (0202), and Match Head (0205). It may also be used with the Glycerin—Potassium Permanganate Igniter (0206).

b. Material and Equipment.

Piece of wood (J4 by 74 by 16 inches).

2 Nails. Btring. 123

Btrip of cloth.

2 glass vials (1 fluid ounce) with stoppers.

ce. Preparation.

(1) Drills hole through the middle of the stick as (2) Insert a nau through the hole. The nail should permit the stick to turn freely. Tie a piece of string (4-6 inches in length) to both ends of the nail, forming a loop. It is not important that the stick balance exactly.

[image: Figure, page 38]

(3) To one end of the stick tape asmall glass vial. Tilt the vial when attaching it so that when this end of the stick is about 8 inches above the other end, the vial will be vertically upright. On the other end of the stick tie a strip of cloth, rag, or rope. This strip should be heavy enough so that the stick is balanced when the vial is about 34 full of initiating d. Application.

[image: Figure, page 38]

(1) To use this delay, drive a nail (approximately 4 inches long) into a wall or wooden box about 8 inches above the floor, leaving at least 2 inches of the nail projecting. Place the loop of string on the nail near the head of the nail. The stick should not touch the box or wall, but must swing freely. The rag should touch the floor. Pour enough solvent on the rag to soak it thoroughly (approximately 1 fluid ounce). Working quickly, fill the vial with initiating liquid and balance the rod by shifting the cloth. Spread a quantity of appropriate igniter mixture on the floor where the initiating liquid will spill when the solvent on the cloth evaporates. In a few minutes the solvent will evaporate, causing the stick to become unbalanced. The vial will tilt with the stick and, the liquid in the vial will pour out and initiate the igniter mixture.

[image: Figure, page 39]

Where no solvent is available or where the odor of solvent may make the device easy to detect, do not use cloth soaked with solvent. Use a wire basket containing ice as shown (2)

[image: Figure, page 39]

(3) When ice is used, the delay time will be a matter of minutes, depending on the ambient temperature. Ice cannot be used at temperatures near 32°F. Be sure that the drippings from the melting ice does not wet the igniter or interfere with initial combustion of flammable material.



126 0411. STRETCHED RUBBER BAND

[image: Figure, page 39]

This item utilizes a rubber band, which has been soaked in gasoline or carbon disulfide until it has considerably expanded. After removal of the rubber band from the solvent, the rubber band is attached to a wall and toa bottle containing igniter fluid. Aa the rubber band contracts due to solvent evaporation, the bottle is tipped and initiator liquid comes in contact with an appropriate igniter material. This stretched rubber band delay may be used with a variety of igniters. However, it should not be used at temperatures near or below 32° F. when water is used aa the initiator because the water freezes. The following water actuated igniters listed in chapter 3 can be used with this mechanism: Sugar—Sodium Peroxide (0203), Aluminum Powder— Sodium Peroxide (0204), and Silver Nitrate—Magnesium Powder (0208). The delay may be used with concentrated sulfuric acid to initiate the above ignitera and the following acid activated igniters: Sugar-Chlorate (0201), Fire Fudge (0202), and Match Head (0205). This delay may be used with Glycerin—Potassium Permanganate Igniter (0206).

b, Material and Equipment.

Bottle or jar (1 to 2 fluid ounce capacity).

Rubber bands.

Gasoline or carbon disulfide.

Air tight container for carrying the gasoline or carbon disulfide.

Nails.

Igniter.

d. Application.


	(1) Fill a bottle (1 to 2 fluid ounce capacity) with water, acid, or glycerin, depending on which igniter is to be used.

	(2) Soak the rubber bands in gasoline or carbon disulfide for about one hour. Do not soak too long or they will become excessively weakened.

	(1) At the place where the delay is to be used, drive a large headed nail into the wall, leaving about 2 to 214 inches exposed. Loop the rubber bands over the head of the nail. Place the bottle two bottle heights away from the nail. Quickly loop the free end of the rubber bands over the neck of the bottle. Move the bottle back and forth until there is just enough tension in the rubber bands to



hold the bottle without it toppling when a pencil or twig is placed under the far end.

'The stick under the end of the bottle is used a8 8 tilt device to make sure that the bottle topples over when the rubber band contracta. Place some incendiary material close to the bottle. Sprinkle a quantity of igniter mixture about the area in which the liquid will be spilled. As the cae evaporates, the rubber (2)

128 bands will shrink, tip the bottle, spill the liquid, and initiate the igniter material. Note. Always set up the bottle before spreading the igniter mixture.



0412. ALARM CLOCK

a, Description.

[image: Figure, page 40]


	(1) This device is used for igniting materials after a definite delay time. The device employs a manually-wound alarm clock, with the alarm bell removed, as the timing mechaniam, A piece of string is fastened to the key used to wind theslarm. The other end of the string is fastened to a bottle of appropriate initiating is tripped, the winding key will reel in the string and overturn the bottle of initiating liquid and start a fire.

	(2) This alarm clock delay may be used with a variety of igniters. However, it should not be used at temperatures near or below 32° F. when water is used as the initiator because the water freezes. The following water actuated 129



igniters listed in chapter 3 can be used with this mechanism: Sugar—Sodium Peroxide (0203), Aluminum Powder—Sodium Peroxide (0204), and Silver Nitrate—Magnesium Powder (0208). The delay may be used with concentrated sulfuric acid to initiate the above igniters and the following acid activated igniters: Sugar-Chlorate (0201), Fire Fudge (0202), and Match Head (0205). This delay er (coat Glycerin—Potassitim O55y, SPONTANEOUS COMBUSTION (3) This device will produce fairly accurate delay a. Description.

Alarm clock, manually wound (without bell, if sawdust, or cotton batting is impregnated with


	
	(1) Remove the bell or striker from the clock.




	(2) Fully wind time and alarm springs,




	(8) Set desired time on alarm.




	(4) Tie the string to the alarm key so that it will






be pulled when the alarm mechanism is tripped. If necessary, tie a twig or stick to the alarm key to obtain a longer level,


@. Application.

(1) Tie the string to the alarm key or stick. Set the clock in place and anchor it if necessary. Mufile the clock ity rags, making sure that the rags do not interfere with the reeling action of the alarm mechanism. Tie the free end of the string to the bottle of activating liquid. The bottle should be tilted in the direction of the fall by a pencil or twig. When this device is placed on a smooth surface, the clock should be taped, tied, or weighted down to prevent it from sliding when the tension in the string is taken up by the revolving key.

[image: Figure, page 40]

STICK (2) Adjust the spacing so that the string is taut. Place a cloth or an absorbent paper towel where the contents of the bottle will be spilled. Place @ quantity of igniter mixture on the cloth or paper towel. Partially overlap the igniter mixture with a flammable material so as to assist combustion.




131 CHAPTER 6 SPONTANEOUS COMBUSTION


	

	times between one and eleven hours. (1) Spontaneous combustion is the outbreak of Caution: The ticking sound of the clock fire in combustible material that occurs withmay reveal the presence of the device. out application of direct flame or spark. A &, Material and Equipment. combustible material such as cotton waste, possible). a mixture of a vegetable oil and specific drying Bottle. oils known as driers, This impregnated String. combustible material is placed in a container Initiator liquid. which provides confinement around the sides Cloth or absorbent paper. and bottom. Heat produced by the chemical ¢. Preparation. action of the driers in the oil is transferred to the confined combustible material with resultant outbreak of fire. Prepared igniter materials such as Fire Fudge (0202) or initiator material such as Fuse Cord (0101) can



be used with the impregnated combustible material to increase reliability and decrease ignition delay time.

The chemical reaction that supplies heat inthe spontaneous combustion device becomes faster as the surrounding temperature rises. Convervely, as the temperature drops ignition delay time increases. In addition, ignition delay time varies pam with type of 32 (2)

vegetable oil, type of drier, type of combustible material, confinement, density of the oil impregnated combustible material, and ventilation. Devices planned for use should be tried in advance to establish delay time.


	These devices operate with a natural delay caused by the chemical reaction time of the drying process in the oil. The user places the device and is away from the scene when the fire starts. Spontaneous combustion devices have the added advantage of using items seen daily around shop, plant, or ofÏce. Containers for confining the impregnated combustible material can be small waste paper baskets, packing boxes, ice cream containers, paper bags and other items common to a particular operation, Combustible materials such as cotton waste, cotton batting, or sawdust are also common in many manufacturing plants. For these reasons, spontaneous combustion devices are useful and clever sabotage items. (3)

	It is recommended that these devices be covertly used to ignite readily flammable material such as rags, dry paper, dry hay, wooden and cardboard boxes, wooden structures, and other similar targets. @)



b. Material and Equipment. Ingredient Uned for Common source Paint manufacture... Hardware stores Paint manufacture... Hardware stores ~ Drug and food stores Paint manufacture... Paint manufacturers 133 Used for Common wverce Cobalt (6%)-- Lead (24%). 'Manganese (can be wubstituted for vobalt). Lead oxide (can be substituted for lead). -- Paint manufacture... Paint manufacturers Paint manufucture.. Paint manufacturers









	Combustible Materials
	
	




	Cotton waste.
	Machine shops,

maintenance

shops.
	By-product of textile

manufacture



	Cotton batting Furniture manu-
	facture
	Felt & textile

manufacturers



	Sawdust Water-cil-greaze
	absorbent
	By-produet of food

working



	
	Life jackets, furni-

'ture padding,

bedding
	Furniture manu-

facturers, food

products

manu

facturers.



	Miscellaneous Tiems
	
	



	Cardboard or

paper container.
	General.
	Commonly available



	Stick approxi-

mately 134

inches in

diameter.
	
	General Commonly available



	Sharp knife.
	
	Commonly available



	One pint wide.

maouth jar.
	General.
	Commonly available



	Teaspoon General
	
	Commonly available



	Fire Fudge Igniter

(optional).
	Ignite
	See paragraph 0202



	Fuse Cord

(optional).
	Initiator See paragraph 0201

134
	



	Proportions of Mixture
	
	



	
	Cobalt
	drier Laud drier Combustible waterist














	
	Proportions of Mixture
	
	




	
	Vegetable ait
	Cobalt

(lenapoon) (learpoon)
	drier Laud drier Combustible waterist

(Highly packed)



	
	Boiled linseed
	
	



	
	oil, 4 pint.
	
	



	
	3 Boiled linseed

oil, 4 pint.
	
	



	
	Boiled linseed
	
	



	
	pint.

M
	
	



	
	10 Tung oll, 14 pint.
	
	m0 eae

it.



	
	11 Tung oil, 16 pint. 4 Poems Cotton batting, 3
	
	pinta.



	12
	Tung oil, } pint. 14
	
	- Sawdust, 1 pint



	
	Tung oil, }4 pint. 4
	
	~ Kapok,"1 pint





Note. The above quantities for es nam are proximately correct for use in a 1 gallon t container, The impregnated combustible material should fill the container to approximately 1 to }4 the volume for best results. Different size containers can be used with properly adjusted quantities of impregnated combustible material. At approximately 70° F., delay time to ignition is roughly 1 to 2 hours, With

Fire Fudge or Fuss Cord added to the impregnated combustible material, delay time ia reduced to roughly MY toLhour. The exception to thia ia Bystem 8 where delay time ta ignition fe about 2 to 3 hours. With Fire 'Fudge or Fuse Cord added, delay time ia shortened to 1 ta 2 hours.

¢. Preparation, 13s


	(1) General instructions.

	(a) Measure the combustible material by tightly packing it up to the top of the one pint measuring jar. The material should puff out of the measuring jar when firm hand pressure is removed.




	(0) Transfer the combustible material from the measuring jar to the container in which it is to be confined.




	© Pour the vegetable oil into the one pint measuring jar to one-third jar volume.




	@ Using a teaspoon, add the specified quantity of Cobalt Drier to the vegetable oil in the one pint measuring jar. Wipe the spoon dry and add the specified quantity of * Lead Drier ta the Vegetable Oil—Cobalt




	@ Thoroughly mix the combination of vegetable oil and driers by stirring with the ya teaspoon for approximately one minute.






Note. Vegetable oi) and drier can be mixed and stored use. Longer storage is not recommended. in an air-tight contsiner for one week before is) Pour the oil mixture from the one pint measuring jar over the combustible ma- j teria) in the container. Saturate the combustible material by kneading, pulling and balling with the hands. This can be accomplished either inside or outside of the container.

[image: Figure, page 42]


	) Remove saturated combustible material from the container.

	(a) Cut a holewith a knife, one to two inchea in diameter, in the bottom center of the container,

	® Place the container on a flat surface, hold the 14-inch diameter stick vertically over the hole in the bottom of the container and pack the saturated combustible material



[image: Figure, page 42]

around the stick compressing it so that it fills 14 to 4% of the container volume after hand pressure is removed.

[image: Figure, page 42]


	tion hole through the center of the com bustible material. The spontaneous combustion device is now ready for use unless the following optional step is taken.

	(k) This step is optional. Either take a Piece of Fire Fudge (0202) about the size of a walnut and crush it into pieces about the size of peas. Sprinkle the pieces of crushed Fire Fudge on top of the combustible



138 material. Or cut apiece of Fuse Cord (0101) to @ length of about four inches. Since safety fuse buns inside the wrapping, it is sliced in half to expose the black powder. (Lacquer coated fuse (nonsafety type) burns completely and may be used without slicing.) Insert one or more Pieces of fuse vertically in the combustible materiel near the center vent hole, leaving about one inch extending out of the top surface of the

[image: Figure, page 43]

(2) Preparation of improvised driers. If the commercial driers (cobalt and lead) epecified under Material and Equipment above are not available, the following improvised driers can be made using either flashlight batteries or powdered lead oxide (Pb,0,). These improvised driers are used in the same manner as the commercial driers.


(a) Manganese drier.


	1. Break open Gag Cans batteries (size 1

	D) and collect the pasty material sur rounding the central carbon rod.




	@. Put this material in aone-pint wide-mouth jar and fill jar with water.

	3. Slowly stir contents of jar for approximately two minutes and allow contents to settle. The contents will usually settle in onehalf hour.

	4. Pour off water standing on top of settled contents.

	5. Remove wet contents from jar, spread it on 8 paper towel and allow to dry.

	6. Dry the jar.

	7. Pour raw linseed oil into the one-pint measuring jar to one-third jar volume.

	&. Combine the measured quantity of raw Hinseed oi! and the dried battery contents from 6 above in @ pot and boil for onehalf hour.

	9. Shut off heat, remove pot from the heat souree, and allow the mixture to cool to room temperature.

	10. Separate the liquid from the solid material settled on the bottom by carefully pouring the liquid into & atorage bottle. Discard the solid material. The liquid is the drier.

	11. The manganese drier is ready for use.

	12. If manganese dioxide powder is available, flashlight batteries need not be used. Place one heaping teaspoonful of manganese dioxide powder into the raw linseed oil and boil the mixture in s pot for one-



half hour. Then follow 9, 10, and 1f above. 140


	(b) Lead oxide drier.

	1. Pour raw linseed oil into the one-pint measuring jar to one-third jar volume.




	#.Combine the measured quantity of raw linseed oi] and two heaping teaspoonfuls of lead oxide in @ pot and boil gently for one-half hour. The mixture must be stirred constantly to avoid foaming over.




	3. Shut off heat, remove pot from the heat source, and allow the mixture to cool to room temperature.




	4. Pour the liquid into a storage bottle and cap the bottle.




	5, The lead oxide drier is ready for use.








a, Application.

(1) The spontaneous combustion device is placed at the target on a flat surface with one edge propped up to allow ventilation through the impregnated combustible material.

[image: Figure, page 43]

Since flamea normally shoot up from the open top of the container, combustible target material should be positioned from three to five inches directly over the top of the device for satisfactory ignition of the target. DO NOT COVER OPEN TOP OF CONTAINER.

(2) Temperature of the environment in which these devices are used affect, the ignition time these devices are used affects the ignition time. The following table gives approximate time to ignition at different temperatures. However, it is recommended that ignition time be determined by advance trial.




	Tomperetere (* F.)
	Tims to igastion (Nowra)




	60-70
	1-2



	10-80
	a



	30-40
	#10





0305, 6306 78, 8 boy (3) Spontaneous combustion devices can also be Egg thickener for gasoline. 0303.5 6 improvised by stufÏng impregnated com- 7 bustible material into apocket of any one of the following garments: coat, laboratory jacket, pants, or similar items. The combustible material stuffed in the pocket should be below the top of the pocket and should not be packed too tight.

[image: Figure, page 44]









	
	0103
	16




	
	O21
	47



	jiary.
	0307
	85



	Thickeners for gasoline.

(See also

specific material.)
	0302, 0303
	53, 57



	Tipping delays 0408 to 0410
	
	113



	
	
	to 121



	Toola and

techniques.

(See

also

upecific device.)
	0003
	5



	Tung oi)222-22 222-22
	0501
	131



	Water delays
	0402,0407
	98, 111,



	
	to 0409
	117



	Water initiator.

0
	0104
	21



	Wax thickener for gasoline.

©
	0303.7
	7m



	White phosphorus igniter.

©
	0200
	41








IMPROVISED INCENDIARIES


General

Good incendiaries can be improvised more easily than explosives and the materials are more easily obtained. On a pound for pound basis, incendiaries can do more damage than explosives against many type targets if properly used. There is a time lag, however, between the start of a fire and the destruction of the target. During this period the fire may be discovered and controlled or put out. An explosive once detonated has done its work.

Incendiaries are cheap and little training is needed for their preparation and use. Used in very carefully excuted operations, the act of sabotage may be concealed in the ashes of an "accidental" fire.

Fires may be started quickly and have reasonable chance of success if the following few simple principles are observed:


	1. See that there is plenty of air and fuel to feed the fire.

	2. Use an incendiary that supplies a prolonged and persistent heat.

	3. Start the fire low in the target structure and let it spread naturally upwards.

	4, Use reflecting surfaces, such as corners, boxes, shelves, to concentrate the heat.

	5. Use drafts to spread the fire rapidly near stairways, elevator shafts.

	6. Protect the fire from discovery during the first few minutes by good concealment and timing.



In preparing improvised incendiaries observe basic rules of safety Chemicals that must be powered should be ground separately with clean tools and then mixed in the indicated proportions. Chemicals or mixtures should be kept tightly sealed in jars or cans to protect them from moisture. Damp materials will work poorly if at all.

Sulfuric acid, which is useful for chemical delays and to ignite incendiaries or explosive detonators, can be obtained by concentrating battery acid. This can be done by boiling off the water in the battery acid in a glass or porcelained pan until dense white fumes begin to appear. This operation should be done out of doors and the resulting concentrated acid should be handled carefully.

'The paragraphs which follow will describe the preparation of several igniter (or "first fire") incendiary mixes, some basic incendiary mixes, and a thermate metal-destroying incendiary.

The subject of incendiaries has been treated much more exhaustively in other publications. The intent of this handbook is to provide only a few techniques.



Potassium Chlorate and Sugar Igniter

Chlorate-sugar is one of the best of the first fire or igniter mixes. It burns very rapidly, with a yellow-white flame, and generates sufÏcient heat to ignite all homemade incendiaries mentioned in this handbook.

MATERIALS: Potassium chlorate (preferred) or sodium chlorate, sugar.

1. Grind the chlorate separately in a clean, non-sparking (glass or liquids, such as solvents or napalm, wrap several spoonfuls in a piece of wooden) bowl with a wooden pestle. the resulting granules should approximate those of ordinary table sugar.

2. Mix equal volumes of the granulated chlorate and sugar by placing both on a large sheet of paper and then lifting the corners alternately.

CAUTION: This mixture is extremely spark sensitive and must be handled accordingly.

3. Wrap 4 to 6 tablespoonfuls of the mixture in thin paper so as to form a tight packet. Keep the mixture as dry as possible. If it is to be stored in a damp area before using, the packet may be coated with parafÏn wax.

Chlorate-sugar is easily ignited by the flame ofa match, the spit of a percussion cap or time fuse, with concentrated sulfuric acid.

If ignited when under confinement it will explode like gunpowder. If it is contained in a waxed packet, therefore, the latter should be punched through in several places before it ia used with a basic incendiary and ignited.



Flake Aluminum-Sulfur Igniter

This simple igniter burns extremely hot and will ignite even the metal-destroying thermate, described later on. The mixture itself can be lit by chlorate-sugar.

MATERIALS; Flake aluminum, finely powdered sulfur.

1. Mix 4 parts by volume of finely powdered sulfur with 1 part of aluminum powder.

To use, place several spoonfuls of the mixture on the material to be lit and add a spoonful of chlorate-sugar on top. Be sure the safety (time) fuse or other spark-producing delay system is placed so it will act upon the chlorate-sugar mixture first.



Homemade Black Powder Igniter

Black powder may be used for igniting napalm, flammable solvents in open containers, paper, loose rags, straw, excelsior and other tinder type materials. If it is not available already mixed, it can be prepared as follows:

MATERIALS: Potassium (or sodium) nitrate, powdered charcoal. powdered sulfur, powder


	1. Intoa clean, dry jar or can put 7 spoonfuls of potassium or sodium nitrate, 2 spoonfuls of powdered charcoal, and 1 spoonful of powdered sulfur. The ingredients must be at least as fine as granulated sugar. If they must be ground, GRIND EACH SEPATATELY. Never grind the mixed ingredients — they may ignite or explode.

	2. Cap the can or jar tightly and shake and tumble it until the ingredients are completely mixed.



The mixture will be effective for months if kept tightly sealed and dry. Sodium nitrate in particular has a tendency to absorb moisture.

To use the gunpowder, pile 2 or 3 spoonfuls on top of any solid incendiary material which is to be ignited. For igniting liquids in open containers, wrap 2 or 3 spoonfuls in a piece of paper and suspend it just above the liquid.

Gunpowder is best ignited by safety fuse. It burns very quickly and with a great deal of heat, so allow sufÏcient time delay for safe withdrawal from the vicinity.



Match Head Igniter

A good ignition material for incendiaries can be obtained from the heads of safety matches, which are available almost any place. The composition must be removed from the heads of many of them to get a sufÏcient quantity of igniter material. It will ignite napalm, wax and sawdust, paper, and other flammables.

MATERIALS: Safety matches.

Remove the match head composition by scraping with a knife or crushing with pliers. Collect several spoonfuls of it and store in a moisture-tight container.

Put at least 2 spoonfuls on the material to be ignited. To ignite paper and hang this just over the fluid, or place nearby. If fluids dampen the mixture it may not ignite.

Ignition can be by time fuse, fircracker fuse, a spark, or concentrated sulfuric acid.



Time Fuse Fire Starter

Several igniters or first fire mixes can be set off by a spark from time fuse. Others require a stronger flame. Time fuse, plua matches, can be combined to improve this more intense initial flame.

MATERIALS: Time (safety) fuse, safety matches, string or tape. PREPARATION:


	1. About inch from the end of a piece of time fuse cut a notch with a sharp knife ao that the powder train is exposed.

	2. Around the fuse at this point tape or tie several matches so that their heads are in contact with each other and at least one match head is directly over the notch. See Figure 59.



'When the fuse burns down, a spark from the notch ignites the one match head, which flares and ignites the others. this fire starter can be inserted into an igniter mix or used alone to light crumped paper or excelsior. Another application, nonelectric firing of the 3.5" rocket, is

[image: Figure, page 46]

Time Fuse Fire Starter



Homemade Napalm

Napalm is the best incendiary to use against most flammable targets. It will readily ignite paper, straw, flammable colvents, or wooden structures.

MATERIALS: Gasoline or fuel oil, nondetergent soap (bar, flakea, or powder).


	1. Use about equal parte of soap and oil. If bar soap is used, slice it roughly equal umount of sawdust, into small chipa. If both gasoline and fuel oil are available, use both in equal parts.

	2, Heat the fuel in an open container, preferably one with a handle, if the fuel should catch on fire extinguish it by placing a board or piece of wrapper. Any igniter that will set fire to the paper wrapper will ignite the tin over the container.

	8. Gasoline, in particular, will begin to bubble very quickly. When it does, remove from the fire and gradually add the soap, stirring into melted wax and allowing them to cool. These papers may then be



continuously, until the soap is completely dissolved and a thin pasty liquid results. If necessary return the mixture to the fire, but as a safety measure it is beat not to stir while the container is on the fire.


	4. When the desired consistency is reached allow the mixture to cool.

	5. Napalm also can be mixed by a cold method, although it may take hours to thicken. This should be done by alternately adding very small



[image: Figure, page 46]

Molotov Cocktail ariounts of soap chipe or powder and gasoline or fuel oil and stirring until the mixture reaches a thin jelly-like consistency. It is best to start wih about a cupful of soap, add part of a cup of solvent and stir that until smooth before gradually adding the remaining ingredients. Continuous stirring is not required. In fact, it is advisable just to let the mixture and the mixer rest from time to time and give the soap a chance to dissolve.

Napalm will keep well if stored ina tightly sealed container. It can be ignited with a match or any of the first fire mixtures described previously. The ignition packet should be placed adjacent to or just over the napalm, otherwise the petroleum may soak it and prevent its burning.

When napalm is used on easily ignitible materials (such as loosely piled paper, rags, or hay) it should be spread out so it will start a large area burning at once. Tightly baled paper or rags should be loosened first, because they do not burn well. If used directly against wooden structures. or other large articles which are diffcult to ignite, the napalm should be concentrated in sufÏcient quantity to provide a hot, long lasting blaze. If about a half dozen pieces of charcoal are put into and around the napalm the heat output is considerably increased.

Napalm makes an excellent "Molotov cocktail." Just fill any glass bottle with a amall neck with the napalm and cram a twisted strip ofcloth into the mouth of the bottle as a stopper. See Figure 60. When ready to use, pull about 4 to 6 inches of the rag stopper out of the bottle. Light the napalm.-soaked rag with a match and, when the rag is burning well, throw the bottle at the et. When the bottle breaks napalm spashes over the target and is ignited by the burning rag.



ParafÏn-Sawdust Incendiary

ParafÏn-sawdust is almost as effective as napalm against combustible targets, but it is slower in starting. It is solid when cool and thus is more easily carried and used than liquid napalm. In addition, it can be stored indefinitely without special care.

MATERIALS: Dry sawdust. parafÏn, beeswax, or candle wax. PREPARATION:


	1. Melt the wax, remove the container from the fire and stir in a

	2. Continue to stir the cooling mixture until it becomes almost solid, then temove from the container and let it cool and solidify further.



Lumps of the mixture the size of a fist are easiest to manage. The out of doors. Try to avoid creating sparks or having a high open flame, but chunks of incendiary may be carried to the target in a paper bag or other wax and sawdust.

A similar incendiary can be made by dipping sheets of newspaper up and used in the same manner as the parafÏn-sawdust, although they will not burn as hot and persistently,



Sawdust, Moth Flakes, and Oil Incendiary

This incendiary is very good for use ageinst all kinds of wooden structures, including heavy beams and timbers. It also works well on T, Fags, straw, excelsior, and other tinder type materials. {t will start Tre igsino en copesnece of famumable lguids, piles of coal, coke, or baled raga and paper. It is not effective against metal.

MATERIALS: Dry sawdust, moth flakes (naphthalene), fuel oil (kerosene or diesel cil).


	1. Place equal parts of sawdust, moth flakes, and oil into s container and stir until the mixture is the consistency of mush.

	2. Store it in any container that will retain the oil fumes.






An easy, effective way to use this mixture is to put about a quart of it in a paper bag and place the bag on the target material. The bag can be lit with a match and the mixture will ignite quite readily. It burns as well as eave lias al eu Salad tne secrlted uss toe ole eaeeaiaee described earlier along with time fuse or other delay device. The time fuse alone, however, will not ignite theincendiary mix.

'Where very large wood beams are to be burned, an additional amount of the incendiary will be ired. Two or three quarts is enough to destroy almost any target against which the technique would be effective.

For the greatest effect on wooden structures, the mixture should be in a pile, never spread out in a thin layer. It should be placed beneath the target material, if possible, so the flames will spread upward. Ina packing box or room, a corner is a good place to start the fire.



Thermate Incendiary

imilar to commercial thermit, used in welding, except an oxidizer, making it easier to ignite. Thermate will readily burn paper, rags, excelsior, straw, and other tinder type materials. However, its main use in sabotage operations is against motors, gears, lathes, or other metal targets — toweld moving parts together, warp precision machined surfaces, and so on. Since it burns with a brief, almost explosive action, it is not recommended for burning wooden structures or other materials where persistent heat ia required.

A good source of ready-made thermate is the U.S. military AN M-14 Grenade. To remove the thermate, first pry out the fuse assembly with crimpers orother nonsparking implement. See Figure 61. 'The reddish-brown caked substance on top of the contents of the grenade is a firat fire mixture and it is spark sensitive. This should be broken up and the grayish powder beneath, which is the thermate, can be poured outit.

Thermate also can be made from aluminum or magnesium powder and a chemical oxidizing agent, as described below:

MATERIALS: Aluminum filings, powder or flakes, or magnesium filings or powder, plus any one of the following chemicals: potassium nitrate, sodium nitrate, barium nitrate, potassium dichromate, sodium dichromate, or potassium permanganate. Although aluminum and magnesium are equally effective, thermate made from magnesium is easier to ignite. Flake aluminum, which is the extremely fine variety used in paints, is excellent. In any case, both the metal and chemical

[image: Figure, page 47]

| Defusing Thermate Grenade ingredients should be no coarser than granulated sugar.




PREPARATION:


	1. Fill a quart size (or larger) container about 2/3 full of equal parts of the metal powder and the oxidizing agent.

	2. Cover witha tight lid, then rol] and tumble the container until the contents are completely mixed.

	3. IfÒake aluminum is the metal used, fill the container % full ofthe aluminum then add oxidizing agent until the container is % full, Mix as described above.



'Thermate in a sealed container can be stored for months. To use, put 1 or 2 pounds of the mixture in a paper bag and place it on the target in such a way that when it burns the red hot molten material will run down and attack the vital parts.

Chlorate-sugar and aluminum-sulfur igniters are best for setting off thermate, particularly ifthe thermate contains aluminum powder, which is more difÏcult to ignite.

Thermate also is used in the improvised dust initiator and the external POL charges described later.





About this edition

TM 31-201-1 — TM 31-201-1 — Unconventional Warfare Devices and Techniques - Incendiaries

Public domain (U.S. Government work). Mirrored by T.REX ARMS.

Source: local:raw/ancient/TM 31-201-1 Unconventional Warfare Devices and Techniques - Incendiaries.pdf
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